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(54) Absorbent sheet and process for producing the same 



(57) The absorbent sheet comprising at least 
hydrophilic fibers and thermally fusible bonding fibers or 
a strengthening assistant, and a superabsorbent poly- 
mer is characterized in that: 

the superabsoibent polymer is not present on an 
absorbent surface of the absorbent sheet for absorbing 
liquid but distributed inside the absorbent sheet, and is 
adhered and fixed to the hydrophilic fibers constituting 
the absorbent sheet; 

the superabsorbent polymer is spread at an 
amount of 5 to 300 g perl m^ of the absorbent sheet: and 
the absorbent sheet has a thickness of 0.3 to 1 .5 

mm. 
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^^^^^^'^'^'^'^^'^^f^CBOisMcZ^Tj^ -"embe,, recover te 

ent members are insufficien. for obtaining a thinneTSlISe ""^"9 ^'^^^ ^-eseabLr^ 



SUMMARY O F THE INiVFMTin y.| 



Tl»l»!«m million SaaOTMIai«lli«»i~,», ... 

^ sheet, tha. is. a process for pre^ring an 'aS^^^^* 

bond.ng,a,ej, or a strengmenlnras^stam^atSZ!;:^'^ Mrophilic fibers a«l tl^r^^f S 

spreading the superabsorbent pol)^er on a w^f f-f ! ^"^^^ comprising the steps of 
Slurry ^-^ngatleast the hydrophE!^:;:,^;^;^^^^^ 

arerlaying thereon a fiber aggreoate comnrteinL .k 2^7^ °' '"e strengthening assistant 
the slr««*,ening assistant; and ~^''^*'^'^^'**''bersandthetherma/ry,us^^ 
drying a combination of the fiber w«h ann , w 
The present invention also provides^abS^pn f ?^'!^^ ^ « ""«^y body thereof 

^ superabsorbent polymer oartidAc: hnjn. * 
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The present irwention also DTovidefi an aheftrK««»«^-i u- 
sheet Jie abso*ent article being *aracJS«jt 15. ""^""^ « '^"^ impermeaUe back- 

5 a fiber ^'oc^^^^^^i;^^,;^;^ '^J^'l^f superabsort,er,f polymer partdes. aruJ 
assistant. ^ «iiuwse iioers and thermally fusible bonding fibers or a strengthening 

•he superabsorbent polymer oarfiHae l 

abso^ing the lk,uid but distributed ■>^1^^Z!'mit°^J^,^ °' ^'"^^ 

the absort)enl sheet having a thickness of 0 3 to i s ^™ h !' 
10 amount of 20 to 70 g per 1 m2 of the absorbent shet ^ ' ^"^ superabsoAent polymer being spread at an 

Of "'^^XXZtl"^^ '^^""^ ^o^Pt'on Of the body f lu^ and s..ling 

In this spedfication, the term tiber weh" maar« = . u ^. 
other or constrained very slightly due to meS? erSnn,! "iT"*"'"* '''^'^ ™' « constrained to each 

^«9'««°'freedomwhilewetUafterdryTng^;Xen?rr^ ^ ""^^^^ extremely^ 

♦orm; the tem, -fiber aggregate" means an aggr^eX; '^ic, ^^II^^^^ '"^^'"^ '° "•'^^ « shit 
form, and refeis to ortinary paper, nonv«yven and wo^Lt b f « ''"eet 

the term fiber stnicture" means a sheet^teriah^f,be^ which ^. *° ""^ above-mentioned fiber web; and 

aggregate to thereby form a unttary body P'«'°'™'«rt'y comprises the fiber web and the fiber 

a to the present invention, there is obtained an ahonrh^n* u 

securely fixed therein so that it hardly falls off the* e^tl^ ,h?. * V !!* « superabsort>ent polymer is 
The absorbent sheet of the present IrLtlon colS?^ frr^^^^ hardly causes gel bioSung. 

exhibits high perfomance in terms of both atSSorrJltnS°"' °' "^"*^ Pe^eation. diffusion and retention aril 

speed -s grea^^ea^iTcS^^^^ ^Xl^ru? " '^^^ 
no complicated stepslbrfixation of asuperabsorberSSJrlh^ The processes of the present invention require 

The processes Of the present iriviii^rj ^"Tl^i^ ? 
absoment sheet but partly in stripes SiZ^L^^^ ,T ^'y""^' ^ be spread not only all the ar^ ofTe 
0 of the absorbent sheet, "mat is. ^raSa^S^siTerSl r"*!"" °' the longitudinal 

with me end use. so that the absorbent sheetst^'oSTpSucS '"" ' "^"^ ^ "^^ned in agreemem 

«x.si=t^s--rs:;^t=i^ 

absorption, hardly cause a back-flow of absorbed feuW^ hi f w " "'^^^"^ ^ high rateof liquid 

^ member of an absorbent article conslJ^X'^^7rs^':^:^T Where an absoSeS 

can be manufactured through an extremely siriifi^ oroSnn L P'^"^"* "bsoibent article 
jsmerelycuttosize.Fur1her.sincetheabsSnS^^^^^ 
body.andasuperabsort«mpdymeriscontainedrmeSSc^^^^^ 

separating from the abso*ent sheet and reducing iteJSS^ ir ' PCy^r is preverrted from 
c<se. * absorption performance even when the wearer takes violet exer- 

RIEF DERrRipT|nf,| r»p t^E nR/^ WlMTi. 

Rg. 1 A is a diagrammatical schematic view iBiie*ra«n« »,„ 
« invemioa and ^9- 1Bisaschematicvi^ir^*:air:/^°^^^ «'>«'*ent sheet of the present 

Fig. 2 IS a schematic view illustrating an aD^lc!!!L ^'''^'^''^'^«'^®«'°'«'epr«ertinve^ 
Sheet of the present invention. ° ^^^^^^^ "sed for producing the firet absoSl 

which'^ofriint rpS: r '•'^ second absorbent sheet of the present in«n.on 

" correrncir^^jr 

» corre^o'n,;:;tgT"~"'"^«'^>^-«-^on^^ 

she;Si:rer^r'^^'^"^-'^''=^-''«P^eferab,^ 
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Fig. 9 is a schematic view illustrating the cross section of the sixth absorbent sheet o1 the present invention, which 
corresponds to Fig. IB. 

Fig. 1 0 is a schematic view iliustrating an apparatus which can be preferably used for producing the sixth absorbent 
sheet of the present invention. 

5 Fig. 11 is a schematic view illustrating another apparatus which can be preferably used for producing the sixth 
absorbent sheet of the present invention. 

Fig. 12 is a schematic view illustrating the transverse section of a sanitary napkin as a first preferred embodiment 
of the absorbent article according to the present invention. 

Fig. 1 3 is a schematic view illustrating the transverse section of a sanitary napkin as a second preferred embodiment 
10 of the absort)ent article according to the present invention. 

Fig. 14 is a schematic view illustrating the transverse sect ion of a sanitary napkin as a third preferred embodiment 
of the absorbent article according to the present invention. 

Fig. 1 5 is a schematic view illustrating the transverse section of a sanitary napkin as a fourtii preferred embodiment 
of tine absorbent article according to the present invention. 
75 Fig. 16 is a schematic view illustrating the transverse section of a sanitary napkin as a fifth preferred embodiment 
of the absorbent article according to the present invention. 

Fig. 1 7 is a schematic view illustrating the fransverse sect ion of a sanitary napkin as a sixth prefen'ed embocfiment 
of the absorbent article according to the present invention. 

Fig. 18 is a schematic view illustrating measurement of a rate of absorption. 
20 Fig. 19 is a schematic view illustrating measurement of a back-flow. 

Fig. 20 is a schematic cross section of a conventional sanitary napkin. 
Fig. 21 is a schematic view illustrating the thickness of a sanitary napkin. 
Fig. 22 illusti'ates a movable nx>del of female hips and crotch. 

Fig. 23 iilusti-ates the movable model of Fig. 22 with a sanitary napkin applied to the crot^. 
25 Fig. 24 is a schematic cross section of a conventional absorbent sheet. 

Fig. 25 is a schematic view showing an apparatus for measuring the passage time of an aqueous glycerol solution. 
Fig. 26 is a schematic view showing an apparatus for measuring an absorption height of physiological saline by 
Klemm's Method. 

30 DETAILED DESCRIPTION OF THE INVENTION 

The first absorbent sheet of the present invention will be described in detail by referring to the accompanying draw- 
ings. Fig. 1 A is a diagrammatical schematic cross section of the first absorbent sheet, and Fig. 1 B is a schematic cross 
section of the first absort>ent sheet. 

35 The first absorbent sheet 1 0 according to the present invention comprises at least hydrophilic fine fibers, and ther- 
mally fusible bonding fibers or a strengthening assistant, and a superabsorbent polymer 16. The absorbent sheet 10 
has an atsorbent surface 12 for absorbing liquid, and the absorbent polymer is not present on tiie absorbent surface 
12. and theabsorbentpolymer 16 is distributed inside the absorbent sheet 10. The superabsorbent polymer 16 is adhered 
totiie hydrophilic fine fibers constituting the absorbent sheet 10. 

40 As shown in Fig. 1 A and Fig. 1 8, the first absort>ent sheet 1 0 preferably comprises a fiber aggregate 15 and a fiber 
web 1 8. The fiber aggregate 1 5 has an absorbent surface 1 2, and does not contain a superabsorbent polymer 1 6 at the 
skde of the absorbent surface 12. 

The fiber web 18 comprises at least hydrophilic fibers. 

As shown in Rg. 1A and Fig. 1 B. tiie fiber aggregate 15 and tiie fiber web 18 forms a unitary body. The superab- 
45 sorbent polymer 16 is distributed inside the fiber web 18. 

A preferred embodiment of the first absorbent sheet 10 is characterized by comprising the fiber aggregate 15 and 
tile fiber web 18 in a unitary body, with tiie superabsorbent polymer 16 contained therein. More specifically, the fiber 
aggregate 15 and the ftoer web 18 are formed in a unitary body through mechanical entanglement of the fbers consti- 
tuting the fiber aggregate 1 5 and the fibers constituting the fiber web 1 8, hydrogen bonding (and a strengthening assist- 
so ant), heat fusion, and the like. Thus, the superabsorbent polymer 16 is securely fixed in the absorbent sheet 10 and 
prevented from falling off. Thef irst absorbent sheet 10 exhibits improved permeability to liquid absorbed from the absorb- 
ent surface 1 2 and makes the liquid smoothly reach the superabsorbent polymer 16. Gel blocking of the superabsorbent 
polymer 16 having absorbed liquid is suppressed. Accordingly, the structure of the first absorbent sheet 10 is entirely 
different from a conventional absorbent sheet (Fig. 24) composed of a pair of sheets of absorbent paper having a super- 
55 absorbent polymer interposed therebetween. That is. the conventional absorl}ent sheet is a two-ply sheet, white the first 
absorbent sheet 10 is a single-ply sheet 

Such integration of the fiber aggregate 15 and the fiber web 18 is preferably achieved by overlaying in wet paper 
making as hereinafter described. 

The fiber web 18 in the first absorbent sheet 10 is explained below. 
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IS 



bound very slightly due to hydrogen bonding, "^.f '^^^ J. ^'^'.^ to each other to take a sheet form, 
degree of freedom while wet, and. after drying the constrtuent fibers are ''''^y ^ ^ictremely 

Hfeimportantthatthefberwebisshouldbelnaw^^^^ 
highdegreeoffreedombeforethesupera^rbertpo^^^^^^ 

over the fber web 1 8 in a wet state .s '^^J'^^^^f ^^'^f for the fber web 18 to have such 

web ia le.. three^imensionally distributed .n the toe ^^J^" ^^.^i^r^^the surface of the first 

strength enough to prevent the superabsorbent P^'V^^^^^'.^"^ P^^TbSy It is preferable to this effect that the f toer 

which gives hydrogen bonding. , preferably 10 to 100 gKr?. still preferably 

fber web 1 8 preferably has a bas-s weight d 10 to 200 f^^^^^'^^J^ i6's breaking out 

20 toSOg/m^.lf the basis weigM«^hanl^ 

of the fber web 1 8 and falling off on swelling. « ^« t>as f weig™ J^^^^ J , , i g three^imensionally. or 

j^s^dSredr^^"^^^^^^ 

hTi^ weigm of thefber web 18 preteraWy t^ls^^^^^^ 

The above-mentioned fiber web contains at least hy*opM^ ''^-IT^ ^ ^ i„ ,^ich the f bers have 

as tong as the fibers have a hydrophilic ^-^^^^^^J j'^^f J^^^^^^ o, such hydrophilic fibers include 

an extremely high degree of fre^ 'T^fo s^^S h^^^^ P"'^ """^ 

''''t:::::^^^^^ P-n. m an amount of at least 30 parts by weight, preferably 50 parts by weight 

or more, per 100 parts by w«gh» of ftow . cellulose fbers are preferred for having 

0 a the above-enumerated hydrophihc "^'If^!^^^!'' '^^^^^^ «et Bulky cellulose fbers. such as natural 

a stable hydrophilic surface and keep«ig ^om the economical vie^int. wood pulp. 

cellulose fibers and regenerated not only brings about further improvement 

particularly softwood kraft pulp is preferred. Use of J^J^. „ ^^J, ^ control the drainage properties 

'on the dispersibility and the "'^^'Jv of a suj«r^*^^^^ ^ ^^^^ 3 ^ «^em 

,5 Of the fiber web in wet paper making. ''"^^^^^'ji^er^and fixed therein, and gel blocking of the super- 

so that a superabso^ent polymer can be «"f^,21'y;f^^ ceSose fibers is not particularly limited but 

abso^empolymer^^^^^^^^ 

=ertJer=rbt:jr.^^^^ 

increased rate of liquid permeation measure indicative of fineness of fibers having non- 

measuring a degree of the fber roundness of the fber cross secnon win oe o 
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While wood pulp is preferably used as cellulose fibers as previously mentioned, wood pulp generally has a flat 
section owing to delignination treatment and mostly has a degree of fiber roundness in the fiber cross section of less 
than 0.5. The degree of fiber roundness in the fiber cross section of such wood pulp can be increased to 0.5 or more 
by. for example, mercerization to expand the aoss section of wood pulp fibers. 

5 Thus, mercerized pulp having a degree of fiber roundness in the fiber cross section of 0.5 to 1 . which is obtained 
by mercerization of wood pulp, is also preferred bulky cellulose fibers. Specific examples of commercially available 
mercerized pulp which can be used in the present invention include "Filtranier" and "Porosanier" both produced by ITT 
Rayonier Inc. 

Cellulose fibers having a degree of roughness of 0.3 mg/m or more and a degree of fiber roundness in the fiber 
10 cross section of 0.5 to 1 are particularly preferred for ease of formation of a fcwiky network structure and for further 
increasing the rate of liquid permeation. 

A still another preferred example of the bulky cellulose fibers is aosslinked cellulose fibers obtained by intramolecular 
and/or intermoiecuiar crosslinking of cellulose fibers. Crosslinked cellulose fber^ are prefen-ed for capability of main- 
taining a bulky structure while wet. 
IS While not particularly limiting, crosslinldng of cellulose fibers can be carried out by using a crosslinking agent. Useful 
aosslinking agents include N-methylol compounds, such as dimethylolethyteneurea and dimethyloldihydroxyethyleneu- 
rea; polycarboxylic acids, such as citric acid, tricarballylic acid, and butanetetracartx>xylic acid; polyols. such as dimeth- 
yihydroxyethyleneurea; and polyglycidyl ether compounds. Polycarboxylic adds or polyglycidyi ether compounds which 
do not generate formalin harmful to human bodies on crosslinking are pretended. 
20 The crosslinking agent is preferably used in an amount of 0.2 to 20 parts by weight per 100 parts by weight of 
cellulose fbers. 

Crosslinking of cellulose fibers using the above-mentioned crosslinking agent can be carried out by, for example, 
immersing cellulose fibers in an aqueous solution of the crosslinking agent containing, if desired, a catalyst, dehydrating 
the inpregnated cellulose fibers to have a prescribed add-on of the aosslinking agent aqueous solution, and heating 
25 the fibers to a crosslinking temperature; or spraying the crosslinking agent aqueous solution onto the cellulose fibers to 
give a prescribed add-on. followed by heating to the crosslinking temperature to induce crosslinking. 

Commercially available crosslinked cellulose fibers include 'High Bulk Additive" produced by Weyerhaeuser Paper 

Co. 

In addition to the aforesaid prefen-ed bulky cellulose fibers, bulky cellulose fibers obtained by intramolecular and/or 
30 intermoiecuiar crosslinking of cellulose fibers, e.g. . pulp, having a degree of fiber roughness of 0.3 mg/m or more accord* 
ing to the above<iesaibed methods are also preferred. 

Bulky cellulose fibers obtained by intramolecular and/or intermoiecuiar crosslinking of pulp having a degree of fiber 
roundness in the fiber cross section of 0.5 to 1 according to the above-described crosslinking methods are also preferred. 
Bulky cellulose fibers obtained by intramolecular and/or intermoiecuiar crosslinking of mercerized pulp having a 
35 degree of fiber roundness in the fiber cross section of 0.5 to 1 according to the above-described crosslinking methods 
are also preferred. 

More preferred are bulky cellulose fibers obtained by crosslinking pulp having a degree of fiber roughness of 0.3 
mg/m or more and a degree of fiber roundness in the fiber cross section of 0.5 to 1 according to the above-described 
crosslinking methods. 

40 Stili preferred are bulky cellulose fibers obtained by mercerizing pulp having a degree of fiber roughness of 0.3 
mg/ml or more to increase the degree of f ber roundness to 0.5 to 1 and then crosslinking the mercerized pulp according 
to the above-described crosslinking methods. 

In order to keep the structure stable even when the absorbent sheet according to the present invention get wet, it 
is necessary to endow the fiber web with a wet strength, in particular to incorporate thermally fusible bonding fibers or 

45 a strengthening assistant. 

Also, in order to improve the strength of the absorbent sheet by strengthening the hydrogen bond between the 
cellulose fibers, it may be effective to incorporate ordinary cellulose fibers, that is, wood pulp or nonwood pulp or the 
like in place of the thermally fusible boding fibers or the strengthening assistant. However, in order to obtain a sufficient 
wet strength of the absorbent sheet, it is prefen-ed to incorporate the ordinary cellulose f bers in combination with the 

50 thermally fusible bonding fibers or the strerigthening assistant. 

The thermally fusible bonding fibers which can be used arefibens which are fused together upon heating. Exannples 
of themfiafly fusible fc)onding fibers include polyolefin fibers, such as polyethylene, polypropylene, and polyvinyl alcohol, 
polyester fbers. poiy6thyieneiX>iyprQpylene conjugate fibers, polyethylene-polyester conjugate fibers, low-meiting pol- 
yester-polyester conjugate fibers, polyvinyl alcohol-polypropylene conjugate fibers having a hydrophilic surface, and 

55 polyvinyl alcohol-polyester conjugate fibers. The conjugate fbers may be either of a core/^heath type or a stde-by-side 
type. These thermally fusible bonding fibers may be used ether indrvtdualty or as a mixture of two or more thereof. 
Polyvinyl alcohol fibers and polyester fibers are preferred for use in the present invention. 

it is generally preferred that the thermally fusible bonding fibers have af iber length of 2 to 60 mm and a fiber diameter 
of 0.1 to 3 denier, particularly 0.5 to 3 denier. 
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As stated abwe. the ftoer web is added with a strengthening assistant, such as a polyamine-ep.chlorohydrin resjiv 
dialdehyde starch, sponge or caitx)xymethyl cellulose. The strengthening assistant is added in an amount of 0.01 to 30 
parts byweight, preferably 0.01 to 20 parts by weight, per lOO parts by weight of the ftoer web. 

When the thermally fusible bondlngf ibers are employed, the f iber web preferably comprises 30 to 99 parts by we.ght 
of the hydrophilic fibers and 1 to 50 parts by weight of the thermally fusible bonding fibers per 1 00 parts by weight of 
Se fibers SSII preferably, the f Iberweb comprises 50 to 97 parts by weight of the hydrophilic f toers and 3 to 30 parts 
bv weiaht of the thermally fusible bonding f bars per 1 00 parts by weight of the fiber web. 

The ftoer web preferably comprises, for example, 1 to 10 parts by weight of vinylon ftoers (polyvinyl alcohol ftoere). 
and still preferably 2 to 5 parte by weight of vinylon ftoers. The vinylon ftoers are preferably those melting on exposure 

*°'^l'rSvely.thefber web preferably comprises, for example,1to 30 partsby weight of ft^^^^^^^ 
fibers having a core/sheath structure, still preferably 5 to 20 parts by weight of the thermally fusible bonding fbera 
Examples of the thermally fustele bonding fibers having a core/sheath structure indude synthetic ftoers composed of a 
sheath made of a polyethylene-vinyl acetate resin, a polyethylene resin or a modified polyester resin having a meltr^ 
point of 70° to 150°C or a moist heat-melting polyvinyl alcohol and a core made of a polypropylene resin or a polyester 

When the strengthening assistant is employed, it is preferable that the fiber web comprises 30 to 100 parts byweight 
of the hydrophilic ftoers, 0 to 50 parts by weight of other fibers, and 0.01 to 30 parts by weight »be sfrengjenir^ 
assistam peTlOO parts by weight of the ftoer web. K is still preferable that the fiber web comprises 50 to 100 parts by 
weight of the hydrophilic ftoers, 0 to 20 parts by weight of other ftoers, and 0.01 to 20 parts by weight of the strengthening 
assistant oer 1 00 parts by weight of the fiber web. 

The f ac«r web^ eferaWy comprises, for example, 30 to 99 parte by weight of the bulky cellulose ftoers. 1 to 70 parts 
by weight of wood pulp or nonwood pulp, and 0.01 to 30 parts by weight of the strengthening assistant per 1 00 parts by 
S Seftoer web. Still preferably, the ftoer web comprises 50 to 95 parts by weight of the bulky cellulose ftoers, 5 
to K) parts by weight of wood pulp or nonwood pulp, and 0.01 to 20 parts by weight of the strengthening assistant per 

100 parts by weight of the ftoer web. jl,_i„... 

The superabsoibent polymer 16 which is contained in the first absorbent sheet 10 will be explained below. 

As shown in Fig. 1A, the superabsorbent polymer 16 is contained in the inside of the first absoitent sheet 10 and 
dispersed in the spaces formed among ftoers constituting the first absorbent sheet 10. In more detail, as shown in Rg. 
1 fthe superabswbent polymer 1 6 Is contained primarily in the ftoer w* 18, i.e.. contained primarily in the area from 
he interface between thVftoer web 18 and the ftoer aggregate 15 to the inside of the ftoer web 18. and Preterat^'y 
dispersed in the spaces fomied by the ftoers constituting the fiber web 18. As a fes"«>^^^"P«'^„f 
isScurelyfixedinthefirstabsorbentsheel. and gel blocking of the polymer is prevented. The term the superabsorbent 
polymer is oontamad in the first absorbent sheet" as used herein does not mean to exclude existence ofthe superab- 
soibent polymer on the surface of the first absorbent sheet Existence of a trace amount of a ^'^^^^'^^^^l 
on the surface of the first absorbent sheet is unavoidably accompanied by the preferred process for producing the f rs^ 
absorbent sheet hereinafter described, which is permitted in the present invention. Hence, the term means that most of 
the superabsorbent polymer exists in the inside of the first absorbent sheet. . ^ 

The superabsoibent polymer 16 sticks to the hydrophilic fibers constituting the first absorbent sheet 10. Pf eferably 
to the hydrophilicf toers constituting the ftoer web 18. whereby fixation of Ihe superabsorbent polymer 16 and gel blocking 
of the polymer are further suppressed. The superBbsort>ent polymer 16 mainly sticks to the hydrophilic fibers. Hwv^er. 
it does not matter that the superabsorbent polymer 16 sticks to other f toers constituting the absorbent sheet for exarnpte. 
thermally fusible bonding fibers. Further, not all the particles of the superabsoibent polymer 16need to sticktottief beis. 
It is preferable that at least 50% by weight, particularly 70% by weight or more, of the total superal^'bent poh^er 
should stick to the ftoers. The method for sticking the superabsorbent polymer 16 to the fibers will be descrtool later. 

In the case where a superabsorbent polymer agglomerate comprising secondary particles made of sphencal primary 
particles is used, not all the primary particles need to stick to the fibers. Only if part of the secondary particles stick to 
the fibers, the superabsorbent polymer can be fixed to the fibers. ^ _ u--. nn i» = i««rh.* 

It is preferred for the superabsorbent polymer 16 not to be dispersed in the first absorbent sheet 10 in aayer out 
to be dispersed tiierein three-dimensionally as illustrated in Fig. 1A and Fig. IB. In this case, a large quantity of ttie 
superabsorbent polymer can be dispersed. That is. in a conventional absorbent sheet with a superabsortjent polymw 
dispersed in a single layer (i.e.. two-dimensionally), the amount of the superabsorbent polymer that can be ^«ad is 
generally about 50 to 100 g/m^ at the most. In the first absortsent sheet 10. to tiie contrary, since the siperabsorbert 
polymer 16 can be dispersed three-dimensionally, the upper limit of the amount of the polymer to be spread can be 
nUsed to about 200 to 300 gMi^, thus increasing the amount of spread the siperabsorbent polymer 16 about 3 times 
as much as the permissive amount in a conventional absorbent sheet As a result the ^bsorbert sheet 10 stmw a 
marked increase in liquid absorption. Further, the absorption performance inherent in ttie superabsorbwit polymer le 
can be manifested rtwre effectively owing to the threeKlimensionally dispersed system of the polymer. That is witn tne 
amount of a superabsorbent polymer used being equal, the first absoibent sheet 10 exhibits improved absorption char- 
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acteristics and may have its thickness extremely reduced as compared with the conventional one. Additionally, since 
the amount of the superabsort>ent polymer to be spread may be increased, the absorbent sheet can be suitably used 
as an absorbent member of disposable diapers, etc. which require a high absorption capacity. 

The superabsorbent polymer is spread in an amount of 5 to 300 g/m^, preferably 10 to 250 g/m^. Also, when the 

5 amount of the liquid to be absorbed is not too large, the amount of the superabsorbent polymer is preferably 20 to 70 
mg per 1 m^ of the absorbent sheet, (f the amount is less than 5 g/m^, the superabsorbent polymer lacks in absorptivity, 
failing to exercise sufficient functions. If it exceeds 300 gitr?, the adhesive strength between the fiber web and the fiber 
aggregate is reduced, and the superabsorbent polymer is liable to fall off. tt is therefore preferred that the amount of the 
superabsoitent polymer to be spread falls within the above range. 

10 The sup^absorbent polymer 1 6 is preferably such that it can absorb and retain 20 or moTB times as much liquid as 
its own weight and is capable of gelation on absorption. The shape of the superabsorbent polymer 1 6 is not particularly 
limited and the superabsorbent polymer 16 may be in the form of sphere, aggregate, cluster, powder or fiber. Preferably, 
the superabsorbent polymer is in the form of partide having a particle size of 1 to 1000 \im (still preferably 10 to 500 
(im). Such superabsorbent polymers include starch, crossiinked carboxymethyi cellulose, polymers or copolymers of 

15 acrylic acid or an alkali metal salt thereof, polyacrylic acid and a salt thereof, and polyacrylate-grafted polymers. A sodium 
salt is referred as polyaaylate. Also useful for preference are copolymers prepared by copolymerizing acrylic acid with 
conwnomers, such as maleic acid, itaconic add, acrylamide. 2*acrylamido-2'methy1propanesulfonicacid, 2-(meth)acry- 
loylethanesulfonic add, 2-hydroxyethyl (meth)acrylate or styrenesuHonic add. at a copolymerization rafio that would not 
impair the performances of superabsorbent polymers. 

20 The fiber aggregate 15 having the absorbent surface 12 in the first absorbent sheet 10 will be explained below. 

The term "absorbent surface" as used herein denotes the surface which is, in principle, the first to absorb liquid 
when the first absorbent sheet 1 0 absorbs liquid, in other words, in a preferred ennbodiment of the first absorbent sheet 
10. liquid is primarily absorbed from the side of the fiber aggregate 15. 

The fiber aggregate does not contain the superabsorbent polymer on the side of the absorbent surface thereof. The 

25 term "not contain the absorbent polymer" as used herein does not mean that no superabsorbent polymer is present at 
all on the side of the absorbent surface. Existence of a trace amount of a superabsorbent polymer on the absorbing side 
is unavoidably accompanied by the preferred process for producing the first absorbent sheet hereinafter described, 
which is permitted in the present invention. Hence, the temn means that the absorbing side of the fiber aggregate contains 
substantially no superabsorbent polymer. 

30 The fiber aggregate can be obtained through mechanical or physical entanglement of fibers, heat fusion, and the 
like, and includes paper and nonwoven fabric. Paper which can be used as fiber aggregate includes paper prepared by 
wet paper making or crepe paper thereof, that is, the superabsortjent polymer is not present. Nonwoven fabric to be 
used includes various kinds, such as nonwoven fabric prepared by carding, spun bonded fabric, spun lace fabric, con- 
sisting mainly of synthetic cellulose fibers, such as rayon or cuprammonium rayon, or natural cellulose fibers, such as 

35 cotton. 

The fiber aggregate preferably contains hydrophilic fibers. The same hydrophilic fibers as used in the f ber web can 
be used. The hydrophilic f bers are preferably present in an amount of 30 parts by weight or more, still preferably 50 to 
99 parts by weight, per 100 parts by weight of the fber aggregate. 

The fiber aggregate is preferably endowed with wet strength similarly to the fiber web; for the first absorbent sheet 

40 using the fiber aggregate endowed with wet strength can retain its shape stably after being wetted. The fiber aggregate 
preferably has a wet strength of 50 g or more, still preferably 100 g or more, as measured according to JlS-P-81 13. In 
order to provide the fiber aggregate whh such a wet strength, the above-mentioned thermally fusible bonding fibers, or 
the strengthening assistant are incorporated in the same manner as for the fiber web. Also, it is preferable to further 
incorporate wood pulp or nonwoven pulp which gives hydrogen bonding. The thermally fusible bonding fibers are pref- 

45 erably added in an amount of 1 to 50 parts by weight, still preferably 3 to 30 parts by weight, per 1 00 parts by weight of 
the fiber aggregate. The strengthening assistant is preferably used in an amount of 0.01 to 30 parts by weight, stilt 
preferably 0.02 to 20 parts by weight, per 100 parts by weight of the fiber aggregate. 

It is particularly preferable that the fiber aggregate is comprised of the same formulation of the fibers and components 
constituting the above-mentioned fber web. 

so It is also prefen'ed that the fiber aggregate comprises nonwoven fabric, especially dry processed nonwoven fabric, 
for example nonwoven fabric obtained by carding. In particular, where the first absorbent sheet is applied to absorbent 
articles having the structure shown in Rgs. 16 and 17, in which the absorbent sheet also serves as a liquid permeable 
topsheet, use of nonwoven fabric made of synthetic fibers as a fber aggregate provides an absorbent article with a 
further improved feel of dryness. 

55 The fber aggregate preferably has a basis weight of 10 to 200 g/m^, still preferably 10 to 100 gfrr?. If the basis 
weight is less than 10 g/m^, there is a fear of the swollen superabsorbent polymer's breaking out of the fber aggregate 
to fall off. If it exceeds 200 g/m^, the fiber aggregate has too high a density, making the absorbent sheet too hard. 
Accordingly, the basis weight of the fiber aggregate preferably falls within the above range. 
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■me ftoer aggregate may be previously prepared prior to the preparation ot the fiber web. or it may be prepared 
simultarieouslywrth the fiber web in the production of the first absorbent sheet. „ 

IrZ^^L absorbemsheetftispreferable thai thefber aggregate hasabasisweigW of lOt^ 
«f thrirJlTsuDer^rbent Mlyn»r is 5 to 300 gitr?: and thefiber web has a basis weight of 10 to 200 g/m^Jt .s sbH 
?rSlTe^SS.te has a basis wSt of 10 to 100 g/m^; the amount of the spread superabsorbem 
Dolvmer is 5 to 200 g/m^; and the fiber web has a basis weight of 10 to 100 g/m . ^ oa etiii 

'^^e ILt absorbent sheet preferably has a total basis weight of 21 to 500 gAn^. more preferably 30 to 300 g/m^. strti 

'^'''^eSaSetieet has preferably a fiber density of 0.1 gA^m^ or more, more preferaWy OJ to 0.4 g/cm3 sfiil 
orefeXo 1 To 2^cm3. ^hen the fbJr density f^ls within the above range, gel Woddng o^f^^^^^f^ 
pSrne? is suUried more efficiently The fiber densfty filing within the above range can be easily obtained by using 
hydrophilic bulky cellulose fibers (in particular, bulky cellulose fbers). ^ .^.^ ^ri«<; a fiber structure 

A «;tiii nreferred en*odiment of the first absorbent sheet Is an absorbent sheet which comprises a fiber structure 
comJriSIgXS^roXcellulosefbersand thermally fu^^^ 

"^T. rul'e'isoS polymer parades being not present on an absorbent surface of the absorbent sheet for 
ahsorbina the liauid but distributed inside and fixed to tlie fiber structure; and 

Z isSentTheet having a thickness of 0.3 to 1 .5 mm. and the superabsort,ent f^^^^J^ 
omnnniof 20 to 70 0 oer 1 1T? of the absorbent sheet. Such an absorbent sheet has a very small thickness. Fwther. 
, Sheet ha^^y increrses if^ even aher absorbing 1k,ukI when the quantity <^ ^^J'^^''^^^^^^^ 
such an abso*ent sheet, when used as an absorbent member in a sanitary napkin or the like. g««s a 

feelino free from discomfort even after absorbing menstration Wood when worn. 

Xn the ii.*^ Sheet according to the present invention is us«l as an absort>ent member of a sanrtary naptan, 

s '"^''iSrSp^lntpo.ymerispreferat.yspreadatanamountonotolOOg/m^^^^ 

the basis weight of the fiber aggregate is preferably 10 to 80 g/m^. more PrferalDly 15 to 50 g/m-. 
the basis weight of the fiber web is preferably 10 to 80 g/m^, more preferably 15 to 50 g/m . ana 
the thickness of the absorbent sheet is preferably 0.3 to 1.5 mm. »Kc«.+,an» moirher 

On the other hand, when the abso*ent sheet according to the present inventon ,s i«ed abso*ent mem^r 
for rSiihi a lige amount of fiquid, for exanple. an absorbent member of a disposable d«per .n the ^t^o^ent shej, 
LLperaL,rbertpolymerispreferablyspreadatanamoumof50to300g/m^morep^^^^^^^ 
the basis weight of the f ber aggregate is preferably 20 to 200 g/m^, more preferably 20 to 1 <» 9/rn , 
the basis weight of the fber web is preferably 20 to 200 g/m^, more preferably 20 to 100 g/m ; and 
the thickness of the absorbent sheet is preferably 0.5 to 1.5 mm. 
,5 The ?hSS^ the absorbent sheet can be made to be very small since the superabsorbent polymer is scam^ 
i„an?ihe^rthefbersandthereforethesheetexhib«sanexcellentabso.t,ingeffic^ 
to use bulky ceBulose fbers since the scattered state of the absorbent polymer is 

Additionally the first absorbent sheet has a thickness of 0.3 to 1 .5 mm, preferably 0.5 to 1 .2 mm. under an appl ea 
loadT2 5 i the first absorbent sheet has a very small thickness. Besides, increase m the th.ckne^the 
« "it s s^a^i^^^^^^^^ Sheet has abso*ed Ik^d. This because, when the sheet a^Jf "^^^^^Jj-J;: 
polymer becomes large and the distances between the fibers increase. orMy to thereby '-^^^^^^^f:^.*^^^^ 
Sent sheet, and because the inaease in thickness of the absorbent sheet is not caused by resilient faces of the 
fibers as disclosed in USP No. 4,605.402 and USP No. 5.021 .050. 

?he «Sf irst absorb;, sheet is measured after the fber aggregate 15 a,^ the fber web 18 are formed 

4s into a untery body The thickness is smaller than the tWckness obtained by measunng before they are formed into a 
unSary SSy thellly fusttrfe bonding fibers or the strengthening assistant also greatly contribute to the form«,g 

Al2' in^'Jfe'f irst abso*ent sheet, as described above, since the absorbent polymer is scattered in and 
f ibers ani the abso*ent sheet exhibrts an excellent absorption efficiency, the thickness of "^a'*^^?^ 
50 nJde ve^ small In particular, bulky cellulose fibers are preferably used since the scattered slate of the ateortort 
SJme7lSerenhanced.Sincethesuperabsorbertpolymerisin 
15 and thefiber web 18. the liquid is smoothly transferred to the superabsorbent polymer 

A process which can be preferably used for the production of the first absorbent sheet wiH »»^«SCTbedMow^ 
refeniS to S drawings. Fig 2 is a schematic view illustrating an apparatus which can be preferably used for the pro- 
55 duction of the first absorbent sheet of the present invention. fudwe 
This process is one for preparing an absort>ent sheet comprising at ^^ '^^'^'''^^^^^r^^ 
bonding fibers or a strengthening assistant and a superabsorbent polymer, and is charactenzed by comprising the steps 

spreading the superabsorbent polymer on a wet fiber web which is prepared by a wet process from an aqueous 
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slurry comprising at least hydrophilic fbers and the thermally bonding fbers or the strengthening assistant; 

overlaying thereon a fber aggregate comprising the hydrophilic fibers and the thermally fusible borx^ing fibers or 
the strengthening assistant; and 

drying a combination of the fiber web and the fiber aggregate to form a unitary body thereof. 

5 The process makes it possible to readily scatter the superabsorbent polymer in the inside of the absorbent sheet 
white keeping the polymer from being present on the absorbent surface of the absorbent sheet for absotting liquid. Also, 
the process make it possible to readily adhere and fix the polymer to the hydrophilic fibers constituting the absorbent 
sheet. Further, it make it possble to easily make the thickness of the absorbent sheet very small, that is. 0.3 to 1 .5 mm. 
First of ail, a fiber web comprising at least hydrophilic fibers is formed. The method for forming the fiber web is not 

10 particularly restricted. Either a dry paper making process or a wet paper making process can be used, with the latter 
being preferred. As hereinafter desaibed, the fiber web on which the superabsorbent polymer is spread must be wet, 
and the fibers of the web shouki have an extremely high degree of freedom. A wet paper nriaking method provides a 
fiber web as wet, saving laba for separately wetting a fiber web. Further, fibers of a fiber web obtained by a wet process 
are not sufficiently bound to each other before they are dried. A superabsorbent polymer spread over such a wet fiber 

15 web is readily embedded threedimensionally in the spaces formed among fibers, thereby a large amount of the super- 
absorbent polymer can be spread. 

In carrying out wet paper making for preparing a fiber web, fiber web-forming fibers and components, preferably the 
above-described hydrophilicfibers, and the thermally fusible bonding fibers, or the strengthening assistant, are dispersed 
in water in prescribed concentrations to prepare a slurry The concentrations of the hydrophilic fibers, and thermally 

20 fusible bonding fibers, or the strengthening assistant in the slurry are selected from those used in general wet paper 
making. The proportions of the hydrophilic fibers, and thermally fusible bonding fibers, a strengthening assistant or the 
like in the slurry are selected so that the resulting fiber web may have the above-mentioned composition. 

Over the thus obtained fber web is spread the aforesaid superabsorbent polymer. The fber web preferably has 
such wetness as containing about 20 to 500 parts by weight, still preferably 50 to 300 parts by weight, of water per 100 

25 parts by weight of the fiber web on a dry basis. If the water content is less than 20 parts by weight, the spread super- 
absorbent polymer cannot Absorb sufficient water to swell and to acquire stickiness, and therefore fixing of the super- 
absorbent polymer terKlsto be insufficient. If the water content exceeds 500 parts by weight, the superabsorbent polymer 
absorbs excessive water and tends to fail to dry up in the drying step hereinafter described. Accordingly, the water 
content of the wet fiber web preferably falls within the above range. 

30 The superabsorbent polymer is spread over a wet fiber web. whereby the superabsorbent polymer absorbs water, 
assumes stickiness, and is embedded into the fibers constituting the fiber web. and adhered and fixed to the fibers. 
Since the fibers constituting the wet fiber web are not yet bound to each other and have freedom, the superabsorbent 
polymer can be dispersed therein three-dimensionally Accordingly, a larger amount of a superabsorbent polymer can 
be fixed stably than in conventional absorbent sheets. The superabsorbent polymer may be spread uniformly all over 

35 the wet fiber web or, if desired, may be spread partly in stripes parallel at certain intervals in the longitudinal direction 
or may be spread intermittently in the longitudinal direction. 

Then, the above-described fiber aggregate is overlaid on the fiber web with the superak^sorbent polymer on. Since 
the f ifc}ers In the fiber web still have freedom at the time, the superabsorbent polymer are embedded deeper into the fiber 
web, and the fibers of the fiber web and those of the fiber aggregate are easily entangled with each other. 

40 The laminate of the fiber web and the fiber aggregate is subsequently dried, whereupon the fibers are entangled 
with each other, the actions of hydrogen bonds and heat fusion are added thereto, and the fiber web and the fiber 
aggregate are formed into a unitary body to provide the first absorbent sheet. The drying temperature preferably ranges 
from 100 to 180''C. still preferably from 105 to ISO^C, while varying depending on the kind of the fibers used. Through 
this step, the fiber web and the fiber aggregate are formed into a unitary body, and the fbers constituting the fiber web 

45 are bound to each other into a sheet. The drying means is not particularly limited and includes, for example, a Yankee 
dryer and an air-through dryer. 

In a particularly pretended embodiment, the first absorbent sheet is produced at a single step in an in-line system 
using a wet paper making machine. As shown in Fig. 2, the fiber web 1 8 is formed in a forming part 1 40 of a wet paper 
making machine and dehydrated in a suction dehydration step 1 42. The dehydration is carried out to the extent that a 

so water content is 20 to 500 parts by weight per 1 00 parts by weight of the dry fiber web. The superabsort)ent polymer 1 6 
is spread over the fiber web 18 immediately before a press part 144, and the fiber aggregate 15 is overlaid thereon 
concurrently. The resulting laminate is carried on a conveyor 145 to a dryer 146, where the laminate is dried and formed 
into a unitary body. The first absort)ent sheet 10 can thus be produced at a high speed with ease. 

Usual paper making machines, such as a wire paper making machine and a cylinder paper making machine, can 

55 be used in the in-line system. As for other steps than the above, steps generally used in paper making can be adopted 
appropriately 

While production of the first absorbent sheet of the present invention has been described with reference to its pre* 
ferred embodiments, the process for producing the first absorbent sheet is by no means limited thereto. 
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The second and third absorbent sheets according to the present Invention will be described in detail by referring to 
the drawings. Fig. 3 is a schematic cross section of the second absorbent sheet, and Fig. 4 is a schematic cross section 
of the third absort)ent sheet. Figs. 3 and 4 corresponding to Fig.1 B. 

While not giving particulars, the same explanation given to Fig. 1 A and Fig. 1 B applies to the corresponding parts 
of Figs. 3 and 4. The same reference numerate as used in Fig. 1 A and Fig. 1 B are also used for the same members in 
Figs. 3 and 4. 

First of all. the second absorbent sheet will be described. As shown in Fig. 3, the second absorbent sheet 20 is an 
absorbent sheet containing at least a siperabsorbent polymer, bulky cellulose fibers, and hydrophilic fine fbers. The 
second absoibent sheet 20 comprises the fber aggregate 15 and the ftoer web 18. The fiber aggregate 15 has the 
absoibent surface 1 2 and does not contain a superabsorbent polymer at the side of the absorbent surface 1 2. The fiber 
aggregate 1 5 predominantly conprises bulky cellulose fibers 1 3 having a degree of fber roughness of 0.3 mg/m or more. 

As shown in Fig. 3. the fiber web 18 comprises a permeable layer 1 7 predominantly comprising the bulky cellulose 
fibers 1 3 having a degree of fiber roughness of 0.3 mg/m or more and a diffusing layer 1 9 being located adjacent to the 
permeable layer and comprising the bulky cellulose fibers 13 having a degree of ftoer roughness of 0.3 mg/m or more 
and hydrophilic fine fibers 14. The fiber web 18 is located adjacent to the ftoer aggregate 15 at the permeable layer 1 7 
thereof. 

As shown in Fig. 3, the fiber aggregate 15 and the fber web 18 are in a unitary body. The superabsorbent polymer 
1 6 is contained in the second absorbent sheet 20 . while sticking to the fibers constituting the second absorbent sheet 20. 

Thus, the second absorbent sheet 20 is characterized by comprising the ftoer aggregate 15 and the fiber web 18 
in an ultrathin unitary body, with the superabsorbent polymer 16 contained therein. Such an ultralhin unitary structure 
of the second absorbent sheet 20 is the same as in the first absorbent sheet. While not going into details, the explanation 
made for the unitary structure of the first absorbent sheet applies appropriately to the second absorbent sheet. 

The permeable layer 17 and the diffusing layer 19 which constitute the fiber web 18 will be each described. 

First, the permeable layer 1 7 will be described. 

The permeable layer 17 predominantly comprises bulky cellulose fbers having a degree of fiber roughness of 0.3 
mg/m or more. The permeable layer 17 having such a structure is capable of stably securing spaces where liquid is 
temporarily absorbed and is allowed to quickly pass therethrough. 

The permeable layer 17 preferably has a thickness of 0. 1 to 1 .5 mm. H the thickness is less than 0.1 mm. the liquid 
absorbing space for tenporary absorption would be small only to provide insufficient absorption performance. If the 
thickness exceeds 1.5 mm, absorbed liquid is hardly transferred to the diffusing layer 19. Accordingly, the thickness 
preferably falls within the above range. A stiil preferred thickness of the permeable layer 1 7 is 0.2 to 0.7 mm. 

It is particularly preferred for the permeable layer 17 to give liquid a quick passage therethrough. More specif ically, 
a passage of 1 0 g of a 85 wt% aqueous solution of glycerin is preferably accomplished within 50 seconds, still preferably 
5 to 40 seconds. A permeable layer requiring more than 50 seconds for that passage makes it difficult for liquid to be 
transferred rapidly, and the iiquki tends to be retained within the permeable layer 1 7 for a long time. The above-described 
passage time is measured in accordance with the following procedure with the apparatus shown in Fig. 25. 

First, the absorbent paper is cut into test pieces 340 having a size of 50 mm x 50 mm as shown in Fig. 25. Thereafter , 
as illustrated in Fig. 25. the test piece 340 is sandwiched and fixed between the ends of upper and lower glass pipes 
341. 345 having an inner diameter of 35 mm. At this time, the test piece 340 is f ixed from both sides with clips (not 
shown) via a silicone rubber 342 such that no liquid would leak laterally during the measurement As the test liquid. 10 
g of an 85 % by weight aqueous glycerol solution 343 is taken into a 1 0-ml beaker 344 and gently poured from the beaker 
344 into the upper glass pipe 341. After the 85 % by weight aqueous glycerol solution 343 has been poured into the 
upper glass pipe 341 . the time taken for a portion of the surface of the test piece 340. which portion caresponds to at 
least 50% of the opening area of the glass pipe 341 . to appear is measured. The time thus measured is taken as the 
passage time. 

The test liquid (i.e., the 85 % by weight aqueous glycerol solution) is prepared in the manner descrtoed below. 

After mixing 85 g of glycerol (supplied by Wako Chemical Industries. Ltd.) with 15 g of ion-exchanged water. 0.01 
g of Blue No. 1 for food (colorant supplied by Tokyo Kasei Kogyo K.K.) is added to the resulting mixture in order to color 
the test liquid in blue. 

The permeable layer 17 preferably contains 50 to 98 parts by weight of bulky cellulose fbers having a degree of 
fiber roughness of 0.3 mg/m or more and 2 to 50 parts by weight of thermally fusible bonding fibers. If the proportion of 
the bulky cellulose fibers is less than 50 parts by weight, or if that of the thermally fusible bonding fbers exceeds 50 
parts by weight, the permeable layer 1 7 tends to have reduced liquki permeability. If the proportion of the bulky cellulose 
fibers is more than 98 parts by weight, or if that of the thermally fusible bonding fibers is less than 2 parts by weight, 
sheeting of the permeable layer 17 tends to be difficult. Accordingly, the above ratio is preferred. Still preferably, the 
permeable layer 1 7 comprises 70 to 98 parts by weight of bulky cellulose fibers and 2 to 30 parts by weight of thermally 
fusitsle bonding fibers. 

The diffusing layer 1 9 which constitutes the ftoer web in combination with the permeable layer 1 7 is described below. 
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thickness of the diffusing layer 1 9 is 0.2 to 1 .5 mm. thediff using 

,t isparticularly preferred that the diffusing layer '^.'^'^f'^^^^^Z^, by Klemms l^ethod of 50 
layer 19 preferably has an absorption height after 1 "^^'PSS^^ Method of 100 

mm or n«re. and an absorption height aner 1° "'""^^^S^n th^Sll^^^ « ^ '^"'^ 

mm or more. At the absorption height by Klemms Method (S l^s L i^emm's Method is 60 

Lsibility. Astill preferred absorption heigtjtafter ^^^^^^^/^^^^'^^^ Method is 120 to 

sr^a^r^rgS^^^^^^ 

as illustrated in F,g. 26, the test piece 330 is hung trorn a ^PP°rt J ^J^gJ^^^",^ ^ ,k,uld is introduced to a 

obtained. on ♦« an narK bv weioht of bulky cellulose having a degree of fiber 

The diWusing layer 19 preferably composes 20 to 80 parts ^y.'^'Q™ 
roughness ofO.TmgM,ormore. 20 tosopartsbyweigwohydroph^^^^^^^^^ 

fusible bonding fibers. If the proportion of the bulky cellulose fibers .s ^° "^^^^ of the 

h^rShSnefbers exceeds 80 parts by weight a ^rTT^'^^Z^ S^T^^^^^^ 
dkSg layer 19. especially in a wet P'oc^-J:!^''^''!^^''^^^^ 
; spaces for liquid diffusion tend to be reduced. H the Proportion °' ''"j'^ .~ tends to become loo 

or H that of the hydrophilic f ine f toers is l^an 20 i^r^s l^^^^^^^ 

IS same or different kinds, but are preferably of the same kinds. hvdrophilic surface and a 

fibers having a hydrophilic grotp. such as acrytonilnle arid pdyvrnyl «'^°2o^Txa^ies d7e pUp includes 
inexpensive'and its surface area can "-TtSo^^^r^S S PrmeTodS^na CeHuirCo.. hard- 

" h;^opSJf!^f*)ersmaybeusedeHheri«^ 

The superabsorbent polymer 16 which s contained rn absorbent sheet 20. It 
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in Fig. 3, the superabsortent polymer 16 is mostly contained in the inside of the fiber web 18. i.e.. contained primarily 
in the area from the interface between the fber web 18 and the fiber aggregate 15 to the inside of the fiber web 18. 
especially in the permeable layer 17. and is prefer^ dispersed in the spaces formed among fibers constituting the 
fiber web 18. 

■me superabsorbent polymer 16 sticks to the fibers constituting the second absorbent sheet 20. preferably to the 
fibers constituting the fiber web 1 8, still preferably to the fibers constituting the permeable layer 1 7. 

As for other points concerning the superabsorbent polymer, for example, the dispersed state, the kind, the amount 
to be spread, and various physical properties, the corresponding explanation made for the superabsorbent polymer used 
in the first absorbent sheet is appropriately applied. 

There is a diffusion gradient in the second absorbent sheet 20 having the above-mentioned unrtary structure, in 
detail the absorbent surface 12 of the second absorbent sheet 20 has high liquid permeability so that little liquid remains 
on the absorbent surface 12. Passing through the permeable layer 17. the absorbed liquid rapidly reaches the super- 
absorbent polymer 16 and is diffused throughout the ertire area of the second absorbent sheet 20. preferentially m the 
diffusing layer 1 9 having high diffusing properties. Thus, since the second absorbent sheet 20 combines a permeation 
function, a diffusion function, and a fixing function in its single structure, it can fix liquid in the superabsorbent polymer 

16 quickly and securely. 

The third absorbent sheet according to the present invertlion will be described below. 

As shown in Fig. 4. third absorbent sheet 30 comprises at least a superabsorbent polymer, bulky cellulose fibers, 
and hydrophilic fine fibers. The third absorbent sheet 30 oorrprises the fber aggregate 15 and the fiber web 18. The 
fiber aggregate 15 has the absorbent surface 12 and does not contain the superabsorbent polymer on the side of the 
absorbent surface 1 2. The fiber aggregate 1 5 comprises the permeable layer 1 7 mainly comprising the bulky cellulose 
fibers 13 having a degree of fiber roughness of 0.3 rngfm or more and the diffusing layer 19 being located adjacent to 
the permeable layer 1 7 and comprising the bulky cellutose fibers 13 having a degree of fiber roughness of 0.3 mg/m or 

more and the hydrophilic fine fibers 1 4. 

As shown in Fig. 4. the fiber web 1 8 predominantly comprising bulky cellulose fibers having a degree of fiber rough- 
ness of 0.3 mg/m or more. The fiber web 1 8 is located adjacent to the diffusing layer 19 of the fiber aggregate 15. 

As shown in Fig. 4. the fiber aggregate 15 and the fber web 18 are in a unitary body. The superabsorbent polymer 
16 is contained in third absorbent sheet 30 and sticks to the fibers constituting third absorbent sheet 30. 

Similarly to thefirst absorbent sheet 10. the third absorbent sheet 30 is characterized by its ultrathin unitary structure 
which comprises the fiber aggregate 1 5 and the fiber web 1 8 and contains the superabsorbent polymer 1 6 in the inside 
thereof. Such ultrathin unitary structure is the same as in the first absorbent sheet, and the explanation given to the 
unrtary structure of the first absorbent sheet also applies to the third absorbent sheet. 

The superabsorbent polymer 16 contained in the third absorbent sheet 30 is desaibed below. 

Similarly to the first absorbent sheet, the super^rbent polymer 1 6 is contained in the third absorbent sheet 30 
as dispersed in the spaces formed among fibers consftuting third absorbent sheet 30. In more detail, as shown in Rg. 
4 the superabsorbent polymer 16 is contained primarily in the fiber web 18. i.e.. contained primarily in the area from 
the interface between the fiber web 18 and the fber aggregate 15 to the inside of the fber web 18, and is preferably 
dispersed in the spaces formed by the fibers constituting the fiber web 1 8. 

The superabsorbent polymer 16 sticks to the fbers constituting third absorbent sheet 30. preferably to the fibers 

constituting the fiber web 1 8. 

The fiber aggregate 15 having the absorbent surface 12 in the third absorbent sheet is described below. 

The fiber aggregate 15 has an absorbent surface 12. and the fiber aggregate does not contain the superabsorbent 
polymer at the side of the absorbent surface 1 2. 

The fiber aggregate 15 oorrprises a permeable layer 17 predominantly comprising bulky cellulose fibers having a 
degree of fiber roughness of 0.3 mg/m or more and the diffusing layer 19, which adjoins the permeable layer 17. com- 
prising bulky cellulose fibers having a degree of fiber roughness of 0.3 mg/m or more and hydrophilic fine fbers. The 
surface of the permeable layer 17 corresponds to theabsoibent surface 12. 

The diffusing layer 19 of the fiber aggregate 15 atjoins the fber web 1 8 as shown in Fig. 4. 

For the details of the permeable layer 17 and the diffusing layer 19 which compose the fber aggregate 15, the 
corresponding explanation given to these layers of the second absorbent sheet 20 applies appropriately. 

For details of the bulky cellulose fibers and hydrophilic fbers constituting the permeable layer 1 7 and the diffusing 
layer 1 9, the corresponding explanation given to these fbers of the second absorbent sheet 20 applies appropriately. 

Similarly to the second absorbent sheet 20. the »wd absorbent sheet 30 exhtoits gradation in lk?uid diffusion from 
the absorbent surface 12 toward the inside. In more detail, the vicinities of the absorbent surface 12, particularly the 
permeable layer 1 7 of tNrd absorbent sheet 30 have high liquid permeability so that liquid is rapidly transferred to the 
diffusing layer 19. In the vicinities of the superabsorbent polymer 16, the liquid is diffused throughout the entire area of 
the third absorbent sheet 30 and retained by the superabsorbent polymer 16. Thus, similarly to the second absorbent 
sheet, third absorbent sheet 30 combines a permeation function, a diffusion function, and a fixing function in its single 
structure, it can fix liquid in the superabsorbent polymer 16 quicWy and securely. 
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A process which can be preferably used for the production of the second and third absorbent sheets will be described 
below by referring to the drawings. Fig. 5 is a schematic view Illustrating an apparatus which can be preferably used for 
the production of the second absorbent sheet of the present invention, which corresponds to Fig. 2. While not particularly 
mentioned, the explanation given to Fig. 2 applies to the corresponding members of Fig. 5. The same reference numerals 
as used in Fig. 2 are used for the same members of Fig. 5. 

The process for producing the second absorbent sheet comprises the steps of: 

spreading a superabsorbent polymer over a permeable layer in a wet fiber web, which conprises the permeable 
layer predominantly comprising bulky cellulose fibers having a degree of fiber roughness of 0.3 mg/m or more and a 
diffusing layer being located adjacent to the permeable layer and comprising bulky cellulose fibers having a degree of 
fiber roughness of 0.3 mg/m or more and hydrophllic foie fibeiB; 

overlaying on the fiber web a fiber aggregate which predominantly comprises bulky cellulose fibers having a 
degree of fiber roughness of 0.3 mg/m or more; and 

drying a combination of the fiber web and the fiber aggregate and forming a unitary body thereof. 
Going into details, the combined formation of the permeable layer and the diffusing layer can be carried out as 
follows. As shown in Fig. 5. the diffusing layer 1 9 is formed in the first forming part 1 30 to which a first aqueous slurry 
of bulky cellulose fibers having a degree of fiber roughness of 0.3 mg/m or more and hydrophllic fine fibers etc is 
supplied. A permeable l^er 1 7 is then formed on the diffusing layer 1 9 in the second forming part 1 32 to which a second 
aqueous slurry of bulky cellulose fibers having a degree of fiber roughness of 0.3 mg/m or more. etc. is supplied, whereby 
the fiber web 18 conprising the diffusing layer 19 and the permeable layer 1 7 is formed on the wire 134. The concen- 
trations of the fibrous material in the first and second slurries are selected from the ranges generally used in wet paper 
making. The proportions of the fibrous materials in each slurry are decided so that the resulting diffusing layer and 
permeable layer may have the above-described compositions. 

The steps following the formation of the fiber web 1 8 are the same as those in the preferred process for producing 
the first absorbent sheet. The corresponding explanation made for the preferred process for producing the first absorbent 
sheet applies thereto. 

There is thus obtained the second absorbent sheet according to the present invention. 
A process which can preferably be used for the production of the third absorbent sheet corrprises the steps of: 
spreading a superabsorbent polymer over a wet fiber web which predominantly comprises bulky cellulose fibers 
having a degree of fiber roughness of 0.3 mg/m or more; 

overlaying on the f ber web a fiber aggregate, which comprises a permeable layer predominantly comprising bulky 
cellulose fibers having a degree of fiber roughness of 0.3 mg/m or more and a diffusing layer being located adjacent to 
the permeable layer and comprising bulky cellulose fibers having a degree of fiber roughness of 0.3 mg/m or more and 
hydrophllic fine fibers, in such a manner that the fiber web is in contact with the diffusing layer; and 

drying a combination of the fiber web and the fiber aggregate and forming a unitary body thereof. 
The preferred process for producing the third absorbent sheet is substantially the same as the preferred process 
for producing the first absorbent sheet, and the third absort)ent sheet can be produced by using the apparatus shown 
in Fig. 2, which is preferably used for the production of the first absorbent sheet. The difference consists in that fiber 
aggregate comprising permeable layer predominantly comprising bulky cellulose fibers and the diffusing layer 1 9 being 
located adjacent to the permeable layer and comprising bulky cellulose fibers and hydrophllic fine fibers is overlaid on 
the surface of the fiber web 18, on which the superabsorbent polymer 16 has been spread, in such a manner that the 
fiber web 1 8 is brought into contact with the diffusing layer 1 9. In this case, the f toer aggregate 1 5 previously prepared 
by combined paper making may be unwound, or it may be prepared concurrently with the preparation of the fiber web 1 8. 

The fourth and fifth absorbent sheets according to the present invention will be described in detail by referring to 
the drawings. Fig. 6 is a schematic cross section of the fourth absorbent sheet, and Fig. 7 is a schematic cross section 
of the fifth absorbent sheet, Figs. 6 and 7 corresponding to Fig. 1 B. 

While not giving particulars, the same explanation as given to Fig. 1A and Fig. IB applies to the corresponding 
points of Figs. 6 and 7. The same reference numerals as used in Fig. 1 A Fig. 1 B and are also used for the same members 
in Figs. 6 and 7. 

First, the fourth absorbent sheet will be described. 

As shown in Rg. 6. the fourth absorbent sheet 40 contains at least a superabsorbent polymer, bulky cellulose f bers 

and hydrophllic fine fibers or hydrophilic fine particles (hereinafter sometimes inclusively referred to as hydrophllic fine 

fibers or particles). The fourth absorbent sheet 40 comprises the fber aggregate 15 and the fiber web 18. The fiber 

aggregate 1 5 has the absorbent surface 1 2 and does not contain the superabsorbent polymer at the side of the absorbent 

surface 12. The fiber aggregate 15 predominantly comprises bulky cellulose fibers 13 havingadegreeof fber roughness 
of 0.3 mg/m or more. 

As shown in Fig. 6, the fiber web 18 contains bulky cellulose fibers having an avetBge fiber length of 1 to 20 mm 
and a degree of fber roughness of 0.3 mg/m or more, and hydrophilic fine f bers having an average fiber length of 0.02 
to 0.5 mm. The proportfon of the hydrophilic fine fbers in one side of the fiber web 18 is higher than that in the other 
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side, and the fiber web 1 8 is in contact with the fiber aggregate 1 5 at the side having a lower proportion of the hydrophilic 
fine fibers. 

As shown In Fig. 6, the fiber aggregate 15 and the fber web 18 are in a unitary body. The superabsorbent polymer 
16 is contained in the fourth absorbent sheet 40. while sticking to the fibers constituting fourth absorbent sheet. 

The fourth absort)ent sheet 40 is characterized by its ultrathin unitary structure which comprises the fiber aggregate 
15 and the fber web 18 and contains the superabsorbent polymer 16 in the inside thereof. Such an ultrathin unitary 
structure is the same as in the first absorbent sheet, and the explanation given to the unitary structure of the first absorbent 
sheet also applies to the fourth absorbent sheet. 

Entering into the details, the fiber web 1 8 comprises bulky cellulose f bers having an average fiber length of 1 to 20 
mm and a degree of fiber roughness of 0.3 mg/m or more, and hydrophilic fine fibers having an average fber length of 
0.02 to 0.5 mm. The proportion of the hydrophilic fine fibers or particles is higher in one side of the fber web than in the 
other side. The side having a lower proportion of the hydrophilic fine fibers exhbits excellent performance in terms of 
rate of liquid absorption and local liquid absorptivity and also excellent liquid permeability. On the other hand, the side 
having a higher proportion of the hydrophilic fine fibers has excellent Ikjuid diffusing properties because the hydrophilic 
fine fbers have a large surface area, so that it quickly diffuses the liquid having passed through the side having a lower 
proportion of the hydrophilic fine fibers or particles. Thus, the fiber web 18 combines a liquid permeation function and 
a liquid diffusing function in spite of its single structure. As described above, the fiber web 18 is in contact with the fiber 
aggregate 1 5 at the side having a lower proportion of the hydrophilic fine fbers. 

For the sake of convenience, the side having a lower proportion of the hydrophilic fine fibers will hereinafter referred 
to as first side, while the other side having a higher proportion of the hydrophilic fine fibers as second side. 

As shown in Fig, 6, since the area including the first side and Its vicinities consists mainly of bulky cellulose fibers, 
it has a function of quickly absorbing liquid and quickly transferring the liquid to the second side. That Is. this area serves 
primarily as a "permeable layer". On the other hand, since the area including the second side and its vicinities predom- 
inantly comprises the hydrophilic fine fbers. it has a function of quickly diffusing the liquid having permeated through 
the first side. That is. this area serves primarily as a "diffusing layer". Thus, the fber web 18 in the fourth absorbent 
sheet is characterised by combining a permeable layer and a diffusing layer in its single structure. As a result, the fourth 
absorbent sheet has high liquid absorbing properties and yet affords a dry feel after liquid absorption. 

As mentioned above, there is a great difference In liquid diffusing properties between the first and second sides of 
the fber web 18. That is. liquid is rapidly diffused in the second side (i.e., diffusing layer) which predominantly comprises 
hydrophilic fine fibers, whereas liquid is absorbed and permeated rapidly but is not so quick as to be diffused in the first 
side (permeable layer) which predominantly comprises the bulky cellulose fibers. In other words, the fiber web 18 has 
a liquid diffusion gradient in its thickness direction. 

The increase of the proportion of the hydnaphilic fine fibers from the first side to the second side In the fiber web 1 8 
may be either continuous or discontinuous (in steps) at a certain depth. 

On the other hand, the bulky cellulose fibers may be uniformly distributed in the thickness direction of the fiber web 
18. but is preferably present In the first side in a higher proportion than In the second side of the fourth absorbent sheet. 
That is. the proportion of the bulky cellulose fibers preferably has a gradient in the thickness direction of the fiber web 
18. The increase of the proportion of the bulky cellulose fbers from the second side to the first side may be either 
continuous or in steps at a certain depth. 

In greater detail, in a preferred mode of gradation, about 5 to 70% by weight, still preferably about 10 to 50% by 
weight of the total hydrophilic fine fibers or particles are present in the area from the surface of the second side to about 
1 /3 the thickness of the fber web 1 8 to form the above-mentioned diffusing layer predominantly comprising the hydrophilic 
fine fibers. 

It is preferable, on the other hand, that about 60 to 100% by weight, still preferably about 70 to 97% by weight, of 
the total bulky cellulose fibers be present in the area from the first side to about 2/3 the thickness of the fber web 18 to 
form the above-mentioned permeable layer predominantly comprising the bulky cellulose fibers. 

The proportions of the bulky cellulose fibers and the hydrophilic fine fibers or particles in the fiber web 18 are not 
particularly limited. It is prefen-ed that the bulky cellulose fibers are preferably present in an amount of 50 to 97 parts by 
weight, still preferably 70 to 95 parts by weight, per 100 parts by weight of the fiber web. If the proportion of the bulky 
cellulose fbers is less than 50 parts by weight, the resulting web has insufficient bulkiness in its network structure and 
tends to fail to combine a permeation function and a diffusing function. If the proportion exceeds 97 parts by weight, the 
proportion of the hydrophilic fine fibers is low for obtaining sufficient diffusing properties. Accottlingly. the proportion of 
the bulky cellulose fibers preferably falls within the above range. 

The hydrophilic fine fibers are preferably present in an amount of 3 to 50 parts by weight, still preferably 5 to 30 
parts by weight, per 100 parts by weight of the fber web. K the proportion of the hydrophilic fine fbers is less than 3 
parts by weight, the fiber web has insufficient diffusing properties. If it exceeds 50 parts by weight, tiie proportion of the 
fine fibers in the first side of the fber web becomes large only to have insufficient Ik^uid permeability. Accordingly, the 
proportion of the hydrophilic fine fbers preferably falls wrtfiin the above range. 

Next, ttie bulky cellulose fibers will be descrbed. 
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Any kind of cellulose fibers selected from the bulky cellulose fibers described with reference to the first absorbent 
sheet can be used as far as the fibers have an average fiber length of 1 to 20 mm and a degree of fiber roughness of 
0.3 mg/m or more, and thef ibers are bulky. If the average fiber length is less than 1 mm. a bulky network structure cannot 
be formed. Besides, the hydrophilic fine fibers cannot pass through the bulky network structure as hereinafter described. 
If the average fiber length is longer than 20 mm, the fibers have poor dispersibillty in water, failing to provide a uniform 
network structure. The bulky cellulose f bers preferably have an average fber length of 2 to 10 mm, still preferably 2 to 
5 mm. 

Next, the above-mentioned hydrophilic fine fibers will be desaibed. 

The hydrophilic fine fibers have a hydrophilic surface and an average fiber length of 0.02 to 0.5 mm. preferably 0.1 
to 0.3 mm. H the average fiber length is less than 0.02 mm. such fineftoers would pass through a paper making wire 
and cannot be accumulated on the wire when the fiber web is prepared by the prefen-ed process hereinafter described. 
If the average fiber length exceeds 0.5 mm. such fibers cannot pass through the network structure made up of the bulky 
cellulose fibers and cannot be accumulated on the wire when the fiber web is prepared by the preferred process for 
producing the fiber web hereinafter described. 

As far as the above requirements are met. the hydrophilic fine fibers are not particularly limited. For example, in 
addition to the hydrophilic fine fibers as used in the second and the third absorbent sheets, inorganic fibers such as 
kaolin, bentohite and hydrotalcite. These hydrophilic fine fibers may be used either individually or as a mixture of two or 
more thereof. 

Corrwnercially available hydrophilic fine fibers can be made use of. Among useful commercial products is "Pulp 
Flock", a product of Sanyo-Kokusaku Pulp Co., Ltd., which is prepared by beating wood pulp, such as softwood pulp or 
hardwood pulp, mechanically grinding the beaten pulp, followed by classifying using a sieve having 0.5 mm or smaller 
openings. Also included are fine cellulose fibers obtained by mechanically grinding cellulose fibers, such as wood pulp, 
hydrolyzing with an acid, and further mechanically grinding (e.g.. "KC Flock" produced by Sanyo-Kokusaku Pulp Co.! 
Ltd. and "Avicel" produced by Asahi Chemical Industry Co.. Ltd.). Commercially available inorganic fine fibers include 
water-containing magnesium silicate fibers (e.g., "Eight Plus ML-30" produced by Mizusawa Kagaku Kogyo K.K.). Of 
these commercial products, fine cellulose fibers obtained by finely grinding pulp are preferred for their inexpensiveness. 

The superabsorbent polymer 16 which is contained in the fourth absorbent polymer 40 is now explained. 

As shown in Fig. 6, the superabsorbent polymer 1 6 is contained in the fourth absorbent sheet 40 and dispersed in 
the spaces formed among the fibers constituting the fourth absorbent sheet 40 similarly to the Superabsorbent polymer 
16 in the first absorbent sheet 1 0. In more detail, as shown in Fig. 3. the superabsorbent polymer 16 is mostly present 
in the inside of the fiber web 1 8. i.e., contained primarily in the area from the interface between the fiber web 1 8 and the 
fiber aggregate 1 5 to the inside of the fiber web 1 8, and is preferably dispersed in the spaces formed among the fibers 
constituting the fiber web 18 as shown in Fig. 6. 

The superabsorbent polymer 16 sticks to the fibers constituting the fourth absorbent sheet 40, preferably to the 
fibers constituting the fiber web 18. 

As for other particulars concerning the superabsorbent polymer 16, for example, the dispersed state, the kind, the 
amount to be spread, and various physical properties, the con-esponding explanation made for the superabsorbent 
polymer 16 used in the first absorbent sheet 10 applies appropriately 

In the fourth absorbent sheet 40 having the above-mentioned structure, there is a diffusion gradient in its single 
structure. In detail, the absorbent surface 12 of the fourth absorbent sheet 40 has high liquid permeability so that little 
liquid remains on the absorbent surface 1 2. Passing through the first side, the absorbed liquid rapidly reaches the super- 
absorbent polymer 16 and is diffused throughout the entire area of the fourth absorbent sheet 40, preferentially in the 
second side of the fiber web 1 8 having high diffusing properties. Thus, since the fourth absorbent sheet 40 combines a 

permeation fundion. adiffusion function, andafixing function in its singJe structure, it can fix Ik^^^ 
polymer 16 quickly and securely. 

Further, when fourth absorbent sheet absorbs a large quantity of liquid, the liquid is quickly transferred to the super- 
absorbent polymer 16 and absorbed therein. Even if the liquid is too much to be completely retained by the superab- 
sorbent polymer 16, the liquid is diffused in the second side of the fiber web 18 and thus prevented from leaking. 
Accordingly, the fourth absorbent sheet 40 is especially effective where a large quantity of liquid shouW be absortjed at 
a time or where a superak>sort)ent polymer having a low rate of liquid absorption is used. 

The fifth absorbent sheet according to the present invention is now described below. 

As shown in Fig. 7. the fifth absorbent sheet 50 contains at least a superabsorbent polymer, bulky cellulose f bers. 
and hydrophilic fineftoers. The fifth absorbent sheet 50 comprises the ftoer aggregate 15 and the fiber web 18. Thefiber 
aggregate 1 5 has the absorbent surface 1 2 and does not contain the superabsorbent polymer at the side of the absorbent 
surface 1 2. The fiber aggregate 1 5 comprises the bulky cellulose fibers 13 having an average fiber length of 1 to 20 mm 
and a degree of fber roughness of 0.3 mg/m or more, and the hydrophilic fine fibers 14 having an average fber length 
of 0.02 to 0.5 mm. The proportion of the hydrophilic fine fibers in fber aggregate 15 is higher on one side thereof than 
on the other side. 
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As shown in Fig. 7. the fiber web 1 8 predominantly comprises the bulky celiulose fibers 1 3 having a degree of fiber 
roughness of 0.3 mg/m or more, and Is located adjacent to the side of the fiber aggregate having a higher proportion of 
the hydrophitic fine fibers. 

For the sake of convenience, the side having a lower proportion of the hydrophilic fine f toers will hereinafter referred 
to as a first side, while the other side having a higher proportion of the hydrophilic fine fibers as a second skje. 

As shown in Rg. 7, fiber aggregate and the fiber web 1 8 are in a unitary body. Further, the superabsorbent polymer 
16 is contained in the fifth absorbent sheet 50 arxl sticks to the fibers constituting the fifth absorbent sheet 50. 

Similarly to the first absorbent sheet, the fifth absorberrt sheet 50 Is characterized by its ultrathin unitary structure 
which comprises the fiber aggregate 1 5 and the fiber web 1 8 and contains the superabsorbent polymer 1 6 in the inside 
thereof. Such an ultrathin unitary structure is the same as in the first absorbent sheet, and the explanation given to the 
unitary structure of the first absorbent sheet also applies to the fifth absorbent sheet appropriately. 

The fiber web 18 In the fifth absort)ent sheet 50 is described below. 

As mentioned above, the fiber web 18 predominantly comprises bulky cellulose fibers having a degree of fiber 

roughness of 0.3 mg/m or mae, and adjoins thesideoftheflber aggregate 15havingahigher proportion of the hydroph 
fine fibers, I.e.. the second side of the fiber aggregate 1 5. Use of the bulky cellulose fibers not only brings about further 
Improvement on the dispersibility and the degree of fixing of the superabsorbent polymer 1 6 but makes it easier to control 
the drainage properties of the fiber web 18 in wet paper making. Further, bulky cellulose fibers form a bulky fiber web 
having a high vokl content so that the superabsorbent polymer 1 6 can be easily embedded, dispersed and fixed therein 
three-dimenstonally in the fiber web 18. and gel blocking of the siperabsorbent polymer 16 can be suppressed. 

As for other undescribed particulars of the fiber web 18, the corresponding explanation given to the first absorbent 
sheet 10 applies appropriately. 

The superabsorbent polymer 16 which is contained in the inside of the fifth absorbent sheet 50 is explained. 

As shown In Fig. 7, the superabsorbent polymer 16 is contained in the inside of the fifth absorbent sheet 50 and 
dispersed in the spaces formed among thef ibers constituting the fifth absorbent sheet 50. similarly to the superabsorbent 
polymer 16 of the first absorbent sheet 10. In more detail, as shown in Fig. 7, it is preferable that the superabsorbent 
polymer 16 be mostly contained in the fiber web 18. i.e.. contained primarily in the area from the interface between the 
fiber web 18 and the ftoer aggregate 15 to the inside of the fiber web 18. and dispersed in the spaces formed among 
the fibers constituting the fiber web 18. 

The superabsorbent polymer 1 6 sticks to the fibers constituting the fifth absorbent sheet 50 , preferably to the fibers 
constituting the fiber web 18. 

As for other particulars concerning superabsorbent polymer 15. for exanple. the dispersed state, the kind, the 
amount to be spread, and various physical properties, the corresponding explanation made for the stperabsoibent 
polymer used in the first absorbent sheet applies appropriately. 

The fiber aggregate 15 having the absorbent surface 1 2 in the fifth absorbent sheet 50 is described below. 

The fiber aggregate 15 contains bulky cellulose ftoers having an average fiber length of 1 to 20 mm and a degree 
of fiber roughness of 0.3 mg/m or more, and hydrophilic fine ftoers having an average fiber length of 0.02 to 0.5 mm, the 
proportion of the hydrophilic fine fibers being higher in one side of the ftoer aggregate than in the other side. The side 
having a lower prc^rtion of the hydrophilic fine fibers or particles (called a first side) corresponds to the absorbent 
surface 12. 

The side having a higher proportion of the hydrophobic fine fibers (called a second side) adjoins the fiber web 18 
as shown in Fig. 7. 

Thus, the fiber aggregate 1 5 has a gradient of proportion of the hydrophilic fine fibers in the thickness direction. The 
structure of the ftoer aggregate 1 5 having such gradation is the same as that of fiber web of the fourth absorbent sheet 
40. Accordingly, the explanation made for the fiber web 18 of the fourth absorbent sheet 40 applies to the details, for 
example the structure, of the fiber aggregate 15 of the fifth absorbent sheet 50. With respect to the bulky cellulose fibers 
and the hydrophilic fine fibers which constitute the fiber aggregate 1 5, the corresponding explanation as to the fiber web 
18 of the fourth absorbent sheet 40 applies appropriately. 

As desaibed above, the fifth absorbent sheet 50 of the present invention predominantly conrprises the ftoer aggre- 
gate 1 5, the fiber web 1 8, and the superabsorbent polymer 1 6. Prefen-ed basis weights of these materials are the same 
as those in the first absorbent sheet, and the conresponding explanation made to the first absorbent sheet 10 applies 
appropriately. 

The details of the basis weight, thickness, etc. of fifth absorbent sheet are also the same as those of the first absorb- 
ent sheet 1 0, and the con-esponding explanation made for the first absorbent sheet 10 applies appropriately. 

There Is a diffusion gradient in the fifth absorbent sheet 50 having the above-mentioned structure. In detail, similarly 
to the fourth absorbent sheet 40, the fifth absorbent sheet 50 exhibits gradation In liquid absorption from the absorbent 
surface l2towardthe Inside (especially in the fiber aggregate 15). That is. the vicinities of the absorbent surface 12 (first 
side) of the fifth absorbent sheet 50 form a bulky network made up predominantly of bulky cellulose fibers. Therefore 
this area has high liquid permeability, and liquid is quicWy transfen'ed to the inside of aggregate 15. The vicinities of the 
second side of the fiber aggregate 15 predominantly comprises the hydrophilic fine fibers having a high surface area. 
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Therefae, the liquid having passed through the first side area is quickly diffused throughout the entire area of the fifth 
absorbent sheet 50 and fixed efficiently by the superabsoibent polymer 1 6. Thus, similarly to the fourth absorbent sheet, 
the fifth absorbent sheet 50 combines a permeation function, a diffusion function, and a fixing function in its single 
structure, and it can fix liquid in the superabsorbent polymer 16 quickly and securely. 

A process which can be preferably used for the production of the fourth and fifth absorbent sheets will be described 
beiow by referring to the drawings. Fig. 8 is a schematic view illustrating an apparatus which can be preferably used for 
the production of the fourth absorbent sheet of the present invention which corresponds to Fig. 2. While not particularly 
mentioned, the same explanation given to Fig. 2 applies appropriately to the corresponding members of Fig. 8. The 
same reference numerals as used in Fig. 2 are used for the same members of Fig. 8. 

The prefen^ed process for producing the fourth absoibent sheet comprises the steps of: 
spreading a superabsoitent polymer on a wet fiber web comprising bulky celtutosefbers having an average fiber 
length of 1 to 20 mm and a degree of fiber roughness of 0.3 mg/m or more, and hydrophilic fine fibers having an average 
fiber length of 0.02 to 0.5 mm, the proportion of the hydrophilic fine fibers being higher in one of the sides of the fiber 
web than in the other side, the spreading of the superabsorbent polymer being in the side having a lower proportion of 
the hydrophilic fine fibers: 

overlaying on the fiber a fiber aggregate which predominantly comprises bulky cellulose f bers having a degree 
of fiber roughness of 0.3 mg/m or more : and 

drying the combination of the fiber web and the fiber aggregate and forming a unitary body thereof. 

Going into details, the fiber web can be prepared by a wet paper making process as follows. To begin with, both the 
bulky cellulose fibers and the hydrophobic fine fibers are dispersed in water to prepare a slun-y. The slurry is supplied 
to the forming part 140 and applied to paper making cylinder 136. When the slun-y is supplied to the paper making 
cylinder 1 36, the wat©- of the applied slurry is drained through the cylinder 1 36 thereby to form a wet fiber web 1 8 on 
the cylinder 136. As showvn In Fig. 8, the bulky cellulose fbers form a bulky network structure over the entire thickness 
of the fiber web 18. On the other hand, the hydrophilic fine fibers in the slurry, which are finer than the bulky cellulose 
fibers, pass through the network structure together with water and accumulated on the cylinder 136. As a result, the 
hydrophilic fine fibers are distrtouted with a gradient in thickness direction of the fiber web 1 8. That is, the proportion of 
the fine fibers is higher in the side in contact with the cylinder 1 36 than in the other side. 

Thus, according to the preferred process for producing the fiber web 18, which utilizes a wet paper making process, 
the difference in size between the bulky cellulose fibers and the hydrophilic fine fibers is taken advantage of for providing 
a gradient in proportion of the hydrophilic fine fibers in the thickness direction of the fiber web 18. 

The wet fiber web 18 thus formed is taken up on the wire 1 34 with its sides turned over as shown In Fig. 8. The fiber 
web 18 is then taken up on the conveyor 145 with its sides turned over again, and the superabsoibent polymer 16 is 
spread on the fiber web 18 while wet. The surface on which the superabsorbent polymer 16 is spread is on the side 
having a lower proportion of the hydrophilic fine fibers, i.e.. the first side. 

While not particularly mentioned, the steps following the formation of the fiber web 18 are the same as those in the 
preferred process for producing the first absorbent sheet. The con^esponding explanation made for the preferred process 
for producing the first absort>ent sheet appropriately applies. 

There is thus obtained the fourth absorbent sheet according to the present invention. 

A process which can preferably be used for the production of the fifth absorbent sheet comprises the steps of: 
spreading a superabsort)ent polymer on a wet fiber web which predominantly comprises bulky cellulose fibers 
having a degree of fiber roughness of 0.3 mg/m or more: 

overlaying thereon a fiber aggregate which comprises bulky cellulose fibers having an average fiber length of 1 
to 20 mm and a degree of f ber roughness of 0.3 mg/m or more, and hydrophilic fine fbers having an average fiber length 
of 0.02 to 0.5 mm, the proportion of the hydrophilic fine fibers being higher on one of the sides of the fiber aggregate 
than on the other side, in such a manner that the side of the fiber aggregate having a higher proportion of the hydrophilic 
fine fibers is brought into contact with the fiber web; and 

drying a combination of the fiber web and the fiber aggregate and forming a unitary body thereof. 

The preferred process for producing the fifth absorbent sheet is substantially the same as the preferred process for 
producing the first absorbent sheet, and the fifth absoibent sheet can be produced by using the apparatus shown in Rg. 
2. which is preferably used for the production of the first absorbent sheet. The difference consists in that the fiber aggre- 
gate 1 5 comprising the bulky cellulose fibers and hydrophilic fine fibers, the proportion of the hydrophilic fine fbers being 
higher in one side of the ftoer aggregate than in the other side, is overlaid on the surface of the ftoer web 18 on which 
the superabsorbent polymer 16 has been spread, in such a manner that the side of the fber aggregate 15 having a 
higher proportion of the hydrophilic fine fibers (i.e.. the second side) is brought into contact with the fber web 18. 

In this case, the fiber aggregate 15 may previously be prepared by a wet paper making process taking advantage 
of the difference in size between the bulky cellulose fbers and the hydrophilic fine fibers (the same as the preferred 
process for preparing the fiber web 18 of the fourth absorbent sheet 40), and a roll of the previously prepared fiber 
aggregate may be unwound for overlaying. Alternatively, the fiber aggregate 1 5 may be prepared concurrently with the 
preparation of the fiber web 1 8. For the details of the preparation of the fiber aggregate 1 5 by a wet paper making process 
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taking advantage of the difference in size between the bulky cellulose fibers and the hydrophilic fine fibers or particles, 
the explanation given to the preferred process for preparing the fber web 18 of the fourth absorbent sheet 40 can be 
applied appropriately. 

The sixth absorbent sheet according to the present invention will be described in detail by referring to the drawing. 
Fig. 9 is a schematic cross section of the sixth absort)ent sheet, which corresponds to Fig. 1 B. 

While not giving particulars, the same explanation as given to Fig. 1A and Fig. 16 applies to the coresponding 
points of Fig. 9. The same reference numerals as used in Rg. 1 A and Fig. 1 B are also used for tiie same merr^ers in Fig. 9. 

As shown in Fig. 9. the sixth absort)ent sheet 60 contains at least the superabsorbent polymer 1 6, the bulky cellulose 
fibers 1 3, and hydrophilic fine fibers or particles 1 4, in which the sixth absorbent sheet 60 comprises the fiber aggregate 

15 and the fiber web 18. The fber aggregate 15 has the absorbent surface 12, and does not contain the superabsorbent 
polymer at the side of the absorbent surface 12. The fiber aggregate 15 predominantly comprises the bulky cellulose 
fibers 13. 

The fiber web IB predominantly comprises the bulky cellulose fibers 13 as shown in Fig. 9. 

Also, as shown in Fig. 9. the fiber aggregate 1 5 and the fiber web 1 8 form a unitary body as shown in Fig. 9. The 
superabsorbent polymer 16 is contained in the sixth absorbent sheet 60, while sticking to the fibers constituting the sixth 
atDsorbertt sheet 60. 

As shown in Fig. 9, the atxjve-mentioned hydrophilic fine fibers or particles 14 are contained mainly in the area 
where the superabsorbent polymer 16 is present, so that a layer made up of hydrophilic fine fibers or particles 14 is 
formed around the superabsorbent polymer 16. 

Thus, the sixth absorbent sheet 60 is characterized by its ultrathin unitary structure which consists of the fiber 
aggregate 1 5 and the fiber web 18 and contains the superabsorbent polymer 1 6 in the inside thereof, in which hydrophilic 
fine fibers or particles 14 are contained mainly in the area where the superabsorbent polymer 16 is present. Such an 
ultrathin unitary structure is the same as in the first absoit>ent sheet, and the explanation given to the unitary structure 
of the first absorbent sheet also applies to the sixth absorbent sheet. 

Next, the superabsorbent polymer 16 contained in the sixth absorbent sheet 6 is described below. 

As shown in Fig. 9, the superabsorbent polymer 16 is contained in the sixth absorbent sheet 60 and dispersed in 
the spaces formed among the fibers constituting the sixth absorbent sheet 60. In more detail, the superabsorbent polymer 

16 is preferably contained mainly in the fiber web 18 hereinafter described and dispersed in the spaces formed among 
the fibers constituting the fber web 18 as shown in Fig. 9. 

The superabsorbent polymer 16 sticks to the fibers constituting the sixth absorbent sheet 60, preferably to the fibers 
constituting the fiber web 18. As for undescribed other particulars concerning the superat)sorbent polymer, for example, 
the dispersed state, the kind, the amount to be spread, and various physical properties, the corresponding explanation 
made for the superabsorbent polymer used in the first absorbent sheet applies appropriately 

Next, the hydrophilic fine fibers or particles 14 contained maini/ in the area where the superabsorbent polymer is 
present. 

As shown in Fig. 9, hydrophilic fine fibers or particles 14 are contained mainly in the area where the superabsorbent 
polymer 16 is present, forming a layer different from the fber web 18. The hydrophilic fine fibers or particles 14 having 
a large surface area exhibit improved liquid diffusing performance through capillary action, thereby affording improved 
liquid diffusion in the vicinities of the interfaces anr^ng the superabsorbent polymer 1 6. in addition, since hydrophilic fine 
fibers or particles 14 are present among the superabsorbent polymer, gel blocking of the superabsorbent polymer 16 
having absorbed liquid and been swollen with the liquid can be prevented effectively. 

The hydrophilic fine fibers or particles are preferably used in an amount of 1 to 300 g/m^. more preferably 5 to 200 
g/m^, still preferably 5 to 150 g/m^. If the amount of the hydrophilic fine fibers or particles is less than 1 g/m^, there is a 
tendency that liquid cannot be effectively diffused In the vicinities of the superabsorbent polymer, or gel blocking of the 
superabsorbent polymer cannot be effectively prevented. If the amount exceeds 300 g/m^. tiie density of the fine fibers 
or particles in the vicinities of the superabsorbent polymer is too high, tending to reduce the properties of transferring 
liquid to the superabsorbent polymer or tending to make the absorbent sheet hard. Accordingly, the basis weight of the 
fine fibers or particles preferably fails within the above range. 

The hydrophilicfine fibers or particles preferably have a degree of fiber roughness of less than 0.1 mg/m. or preferably 
have a degree of fiber roughness of less than 0.3 mg/m and a degree of fiber roundness in tine fber cross section of 
0.0 1 to 0.5. Hydrophilic fine fibers or particles having such physical properties are preferred for their large specific surface 
area. 

It is also desirable for the hydrophilic fine fbers or particles to have an average fiber length or an average particle 
diameter of 0.02 to 0.5 mm for increasing the specific surface area. It is still prefen-ed that the average fiber length or 
particle diameter is 0.1 to 0.3 mm. 

The hydrophilic fine fibers or particles are preferably sut)jected to crosslinking ti'eatinent. Since crossiinked fine 
fit>ers or particles are inhibited from absorbing liqukl and swelling, they do not change tine distance among themselves 
even when wetted and tiierefore do not reduce the properties of transferring the liquid. Furtiier. the crossiinked cellulose 
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fine fibers or particles, when spread in a targe quantity, do not have too a high density. Examples of such fine fibers or 

fine partides include, for example, aosslinked cellulose fibers, cellulose particles and hydrophilic synthetic fibers. 
Specific examples of the above-described hydrophilic fine fibers include those used in the fourth and fifth absorbent 

sheets. Examples of the hydrophilic fine particles include those made of cellulose particles, such as pulp, cotton, and 
5 rayon; and inorganic particles, such as kaolin, bentonite, and hydrotaicite. These hydrophilic fine fibers or particles may 

be used either individually or as a mixture of two or more thereof. A mixture of the hydrophilic fine fibers and the hydrophilic 

fine partides may also be used. 

In the sixth absorbent sheet 60 having the above-mentioned structure^ there is a diffusion gradient in its single 

structure . In detail, since the side of the absorbent surface 12 of the sixth absorbent sheet 60 consists mainly of the 
10 bulky cellulose fibers, it has high liquid permeability so that little liquid remains on the absorbent surface 12. The absorbed 

liquid rapidly reaches the superabsorbent polymer 16 and particularly in the layer made up of highly diffusive hydrophilic 

fine fibers or particles (i.e., in the area where the superabsorbent polymer is present), the performance of diffusing liquid 

is increased by the capillary actions of the hydrophilic fine fibers or the hydrophilic partides. thereby increasing the 

performance of diffusing the liquid near the interfaces between the superabsorbent polymers. The sixth absorbent sheet 
J5 60 combines a permeation function, a diffusion function, and a fixing function in its single structure, it can fix liquid in 

the superabsorbent polymer 16 quickly and securely Besides, since there are the hydrophilic fine fibers or particles 

among individual superabsorbent polymer particles, gel blocking of the superabsorbent polymer is effectively prevented. 
A process which can be preferably used for the production of the sixth absorbent sheet will be described below by 

referring to the drawings. Bg. 10 is a schematic view illustrating an apparatus which can be preferably used for the 
20 production of the sixth absorbent sheet of the present invention. Fig. 11 is a schematic view illustrating another apparatus 

which can also be preferably used for the production of the sixth absorbent sheet. Rgs. 10 and 1 1 con-espond to Fig. 

2. While not particularly mentioned, the same explanation given to Fig. 2 applies to the corresponding members of Figs. 

10 and 1 1 . The same reference numerals as used in Fig. 2 are used for the same memt)ers of Figs. 10 and 1 1 . 
The prefen-ed process for producing the sixth absorbent sheet comprises the steps of: 
25 Spreading superabsorbent polymer on a wet fiber web comprising at least bulky cellulose fibers, and spreading 

hydrophilic fine fibers or hydrophilic fine particles upon, or before or after spreading the si9}erabsorbent polymer; 
overlaying a fiber aggregate on the fiber web; and 

drying a combination of the fiber web and the fiber aggregate and forming a unitary body thereof. 
The preferred process for producing the sixth absorbent sheet is substantially the same as the preferred process 
30 for produdng the first at)sorbent sheet. The difference resides in that the hydrophilic fine fibers or partides are spread 
simultaneously with, or before or after spreading the superabsorbent polymer. Thus, the hydrophilic fine fibers or particles 
are made to exist mainly in the area where the superabsorbent polymer exists thereby to form a layer of the hydrophilic 
fine fibers or particles. As a result, the liquid diffusibility in the vicinities of the interfaces of the superabsorbent polymer 
is improved and, at the same time, the effects of the superabsorbent polymer to fix the liquid are improved, and gel 
35 blocking of the superabsort^ent polymer can be prevented effectively 

The hydrophilic fine fibers or particles may be spread uniformly over the entire surface of the fiber web similarly to 
the superabsorbent polymer. If desired, they may be spread in stripes extending in the longitudinal direction of the fiber 
web at certain intervals, or may be spread intermittently in the longitudinal direction of the fber web. They are preferably 
spread in the same manner as the superabsorbent polymer. 
40 The spreading of the superabsorbent polymer and the hydrophilic fine fibers or partides is described in detail with 
reference to Figs. 10 and 1 1. 

Where spreading of hydrophilic fine fibers or particles 14 is followed by spreading of the superabsorbent polymer 
16. hydrophilic fine fibers or particles U are first spread on the fiber web 18 formed by wet paper making as shown in 
Fig. 10. immediately thereafter, the superabsorbent polymer 16 is spread thereon. The fiber aggregate 15 previously 
45 formed is then overlaid on the fiber web 18 on which hydrophilic fine fibers or particles 14 and the superabsorbent 
polymer 16 have been spread thereon. 

Where the superabsorbent polymer 16 and hydrophilic fine fibers or partides 14 are simultaneously spread, the 
superabsorbent polymer 16 and hydrophilic fine fibers or particles 14 are previously mixed uniformly at a prescribed 
mixing ratio, and the mixture is spread on the fiber web 1 8 formed by wet paper making as shown in Fig. 1 1 . The fiber 
50 aggregate 15 is then overlaid on the ftoer web 18 having the mixture spread thereon. 

In Fig. 10, the order of spreading hydrophilic fine fibers or partides 14 and the superabsorbent polymer 16 may be 
reversed. 

In the absorbent sheet according to the present invention, the fiber density of the absorbent sheet is higher in the 
vicinity of the superabsorbent pdymer than in the absorbent surface for absorbing liquid, and therefore the performance 
55 of diffusing liquid is enhanced in the vicinity of the superabsorbent polymer. Accordingly, unlike the conventional absorb- 
ent sheets, the absorbent sheet according to the present invention needs neither to be subjected to spreading of other 
fibers nor to be combined with other composite papers for the purpose of complementing performance of diffusing liquid. 
The reason why the gradient of the fiber density is formed is considered to be as follaws. 
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That is, when the superabsorbent polymer is spread on the wet fiber web. the superabsoitent polymer absorbs 
water to become sticky and sticks to the fibers. In this occasion, the fibers constituting the fiber web still have freedom, 
and therefore the fibers draw near to the superabsorbent polymers having absorbed water and parlially aggregate. After 
the following drying step, the distance between the fibers and the superabsorbent polymers further decreases, so that 
the combination of the fiber web and the superabsorbent polymer is formed into a sheet in the state that the fibers 
aggregate around the superabsorbent polymer. 

Absorbent articles using the first to sixth absorbent sheets according to the present invention will then be illustrated. 

The absorbent article according to the present invention comprises at least a liquid retentive absorbent member 
and a liquid impermeable backsheet. which is characterized in that the absorbent member comprises any one of the 
first to sixth absorbent sheets. 

Prefen-ed embodiments of the absorbent article of the present invention are explained by referring to the drawings 
taking the embodiments of using the first absorbent sheet for an instance. 

First of alt. prefen-ed embodiments of the absorbent article of the present invention are explained by referrino to 
Figs. 12 through 17. ' ^ 

Fig. 12 is a schematic transverse section of a sanitary napkin as a first preferred embodiment of the absorbent 
article according to the present invention. Figs, 13 to 17 are each a schematic transverse section of a sanitary napkin 
according to other prefen-ed embodiments of the absorbent article according to the present invention, which correspond 
to Fig. 2. ^ 

The sanitary napkin 100 shown in Fig. 12. as a first preferred embodiment of the absorbent article of the present 
invention, comprises a Ikiuid permeable topsheet 1. a liquid impermeable backsheet 3. and a liquid retentive absorbent 
member 2 interposed between the topsheet 1 and the backsheet 3. 

In detail, the sanitary napkin 1 00 has a substantially rectangular shape. The napkin 1 00 is applied to the body with 
the topsheet 1 in contact with the skin, and the backsheet 3 with undenwear. 

Absorbent member 2 comprises the first absorbent sheet 10. a fluff pulp 2a. and an absorbent paper 2b which 
covers the first absorbent sheet 10 and the fluff pulp 2a. The backsheet 3 covers both the sides and the bottom of the 
absorbent member 2. The topsheet 1 covers all the surfaces of the combination of the absorbent member 2 and the 
backsheet 3. 

Topsheet 1 is not particularly limited as far as it allows liquid to permeate into the absorbent member 2 Materials 
having an underwear-like touch are preferred. Such materials include thermoplastic woven cloth, nonwoven cloth and 
porous films. Porous films comprising pdyolefins. such as low-density polyethylene, are particularly preferred. 

The backsheet 3 is not particularly limited as far as it is impermeable to liquid. Materials having moisture permeability 
and an undenwear-like touch are preferred. A rTX)isture permeable and liquid impermeable backsheet can be obtained 
by, for example, melt-extruding a thermoplastic resin containing an organic or inorganic filler into a fUm through a T die 
or a circular die and uniaxially or biaxially stretching the extruded film. 

On the side to be brought into contact with underwear are provided with a pair of adhesive bands 4 along the 
longitudinal direction. Adhesive bands 4 are protected by a release paper 5 before use. In Fig. 12. reference numeral 6 
indicates joints at which the above-mentioned members are bonded together. Other undescribed particulars are the 
same as in conventional sanitary napkins. 

The characteristics of the absorbent article according to the first embodiment are explained below. 

The sanitary napkin 1 00 according to the first embodiment has a liquid retentive absorbent member 2 which includes 
the first absorbent sheet 1 0 containing at least the hydrophiiic fine fibers and the thermally fusible bonding f ft>ers or the 
strengthening assistant, and the superabsort>ent polymer. 

The use of the first absorbent sheet provides an absorbent article which suffers neither fall-off of the superabsorbent 
polymer nor gel blocking of the superabsorbent polymer. Further, since the absorbent sheet combines functtons of lk)uid 
absorption, permeation, diffusion and retention, there is no need to combine members having these functions separately 
as done in the conventional absorbent articles. Therefore, an extremely thin absorbent article which gives a comfortable 
feeling during the use can be obtained, Ihe thickness of the absorbent article equals to the thickness of the absorbent 
sheet (0.3 to 0.5 mm) to which the thicknesses of the liquid permeable topsheet. the liquid irrpermeaWe backsheet (for 
example. 0.2 to 1 .0 mm) and other elements, if necessary, are added, and therefore the absorbent article has an unex- 
pected ultrathin thickness. 

By using an absorbent sheet which comprises the super absorbent particles, and the fiber structure corrprising the 
bulky hydrophiiic bulky cellulose fibers and the thermally fusible bonding fibers or the strengthening assistant. 

the superabsorbent polymer articles being not present on an absorbent surface of the absorbent sheet for absorb- 
ing the liquid but distributed inside and fixed to the fiber structure: and 

the absorbent sheet having a thickness of 0.3 to 1 .5 mm. and the superabsorbent polymer particle being spread 
at an amount of 20 to 70 g per i m^ of the absorbent sheet, the thickness of the absorbent article. In particular, is made 
very small. Also, the absorbent article, during usage, does not give uncomfortable feeling even after, as well as before 
the superabsorbent polymer absorbs liquid and swells. This is because the absorbent sheet itself has a very small 
thickness and its thickness increases little even after the sheet absorbs liquid. 
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In the preferred embodiinent shown in Fig. 12. liquid having passed through the topsheet 1 is absorbed into the 
inside of napkin 100. Then, Iquid passes through the fluff pulp 2a and absorbed and retained in the superabsorbent 
polymer dispersed in the first absorbent sheet 1 0. The first absorbent sheet 1 0 is preferably set in such a manner that 
the fiber aggregate having an absorbent surface faces the side of the topsheet 1, whereby the liquid absorbed in fluff 
pulp 2a can be smoothly ted to the inside of the first absort>ent sheet 10. 

As has been explained, in the first absorbent sheet 10, the absorbent polymer is securely fixed without impairing 
the absorption property inherent in the superabsoibent polymer. Accordingly the sanitary napkin 100 containing the first 
absorbent sheet 10 has a high liquid retention capacity. Because the sanitary napkin 100 contains the fluff pulp 2a in 
addition to the first absorbent sheet 1 0, the Rquid retention capacity is so much increased. The absorbent article of this 
embodiment is suitable for a sanitary napkin for overnight use. which is worn for a long time. 

Second to sixth preferred emtjodiments of the absorbent article of the present invention are shown in Figs. 13 
through 17. While the particulars common to the first embodiment are not described, the corresponding explanation 
given to the first embodiment applies thereto appropriately The same reference numerals as used in Fig. 12 are used 
for the same merribers of Figs. 13 to 17. 

In the secoTKl preferred embodiment of the at>sorbent article according to the present invention shown in Fig. 13, 
the absorbent member of the sanitary napkin 100 conasts solely of the first absorbent sheet 10. Both the sides and the 
bottom of the first absorbent sheet 10 are covered with the backsheet 3. All the surfaces of the combination of the first 
absorbent sheet 10 and the backsheet 3 are covered with the topsheet 1. Similarly to the first embodiment, the first 
absorbent sheet 10 is preferably set with the fber aggregate thereof, which has an absorbent surface, facing the side 
of the topsheet 1 . 

The sanitary napkin 100 of this type can be designed so as to have an extremely small thickness because it is 
composed of fewer members, each of which is thin. And yet it has a large liquid retention capacity despite its thinness 
because the superal>sorbent polymer is securely fixed in the first absorbent sheet 10 without impairing the absorption 
property inherent in the superabsorbent polymer. Therefore, this embodiment provides a sanitary napkin having a high 
liquid retention capacity with a comfortable feel. 

According to the third preferred entxxliment shown in Fig. 14. the absorbent member of the sanitary napkin 100 
consists solely of first absorbent sheet folded in C-shape. Both the sides and the bottom of the first absorbent sheet 1 0 
are covered with the backsheet 3. and ail the surfaces of the combination of the first absorbent sheet 1 0 and the backsheet 
3 are covered with the topsheet 1. in this embodiment, it is preferable to set the first absorbent sheet 10 folded in C- 
shape in such a manner that the fiber aggregate having an absorbent surface faces outside. 

The sanitary napkin 1 00 of the third embodiment is thicker than that shown in Fig. 13 because first absorbent sheet 
is folded in C-shape arxl yet can be made thinner than the sanitary napJyn shown in Fig. 12 which contains fluff pulp in 
the absorbent member 2. Further, a high liquid retention capacity is assured because of the C-shape. The third embod- 
iment thus provides a sanitary napkin having a high liquid retention capacity with a comfortable feel. 

In a sanitary napkin 100 shown in Fig. 15. as a fourth preferred embodiment of the absorbent article of the present 
invention, the absorbent member of the sanitary napkin 1 00 is composed of a plurality of first absorbent sheets 10,10, 
• • • piled one on the other (three sheets in Fig. 15). The backsheet 3 covers the sides and the back of the pile, and 
the topsheet 1 covers all the surfaces of the pile and the backsheet 3. Similarly to the first embodiment, each the first 
absorbent sheet 1 0 is preferably set with its fiber aggregate having an absorbent surface facing to the side of the topsheet 
1. 

The sanitary napkin 100 of the third embodiment is thicker than that shown in Fig. 13 because of use of a plurality 
of first absorbent sheets thus piled and yet can be made thinner than the sanitary napkin shown in Fig. 1 2 which contains 
fluff pulp in the absorbent member 2. Further, a high liquid retention capacity is assured by using a plurality of first 
absorbent sheets 1 0 thus piled. The fourth embodiment thus provkJes a sanitary napkin having a high liquid retention 
capacity with a comfortable feel. 

According to the fifth preferred embocSment shown in Fig. 16. the first absorbent sheet 10 serves as a liquid per- 
meable topsheet and a Iquid retentive absorbent member. That is, the sanitary napkin 1 00 of this embodiment contains 
the first absorbent sheet 10 as a unitary body serving as a liquid permeable topsheet and a liquid retentive absorbent 
member, and both the sides and the bottom of the first absorbent sheet 10 are covered with the backsheet 3. In this 
embodiment, the first absorbent sheet 10 is preferably set with its fiber aggregate having an absoit>ent surface on the 
side to be in contact with the body 

This type of the sanitary napkin 100 can be designed so as to have a further reduced thickness because it is com- 
posed of only a few members. Therefore, the fifth embodiment makes rt possible to provide a sanitary napkin with a 
comfortable feel through a simple process and at a low cost. 

According to the sixth preferred embodiment shown in Fig. 1 7, the first absorbent sheet 1 0 serves for three functions, 
i.e., as a liquid permeable topsheet, a liquid retentive absorbent member, and a liquid inrpermeabie backsheet That Is. 
the sanitary napkin 1 00 of this embodiment has a unitary structure in which a liquid permeable topsheet, a ttquKi retentive 
absorbent member, and a liquid impermeable backsheet are integrated. In moredetail, the sanitary napkin 100 comprises 
a liquid impermeable sheet 3' bonded to the »de opposite to the skie from which lk)uid ts to be absoibed and the first 
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absorbent sheet 10. It is particularty preferable that the first absorbent sheet 10 be set such that the fiber aggregate 
having the absorbent surface Is positioned on the side from wrhich liquid Is to be absorbed, and liquid impermeable sheet 
3* be bonded to the side opposite to the absorbent surface. 

This type of the sanitary napkin 100 can be designed so as to have a further reduced thickness because it is com- 
5 posed of only a few members. Therefore, the sixth embodiment makes it possible to provide a sanitary napkin with a 
comfortable feel through a further simplified process and at a lower cost. The sixth embodiment is suitable as an absorb- 
ent article for absorption of a small amount of liquid, such as nursing breast pads or hygienic pads, as we!i as sanitary 
napkins. 

Next, another group of preferred embodiments of the absorbent article according to the present invention is 
10 described. 

Another group of prefened embodiments of the absorbent article according to the present invention are those illus- 
trated above as the first to sixth embodiments (Figs. 1 2 to 1 7) in which the first absorbent sheet 10 is replaced with each 
of the second to sixth at)sorbent sheets. The explanation given to the above absorbent articles and the descriptions of 
Figs. 12 to 17 appropriately apply to the another group of preferred embodiments. 

75 While the absorbent articles of the present invention have been described by referring to sanitary napkins as a 
particular example, these absorbent articles can also be used as other absorbent articles, such as hygienic pads, dis- 
posable diapers, medical pads, and nursing breast pads, and the like. If desired, a deodorizer, a bactertddai agent, and 
the like may be incorporated into the absorbent sheet to impart additional functions to the absorbent articles. Further, 
various changes and modifications can be made in the constituting elements of the absorbent articles and the processes 

20 for producing the absorbent articles without departing from the scope of the present invention. 

EXAMPLES 

The present invention will now be illustrated in greater detail by way of Examples and Comparative Examples, but 
25 it is a matter of course that the present irtvention is not limited to these examples. 

Processes for preparing bulky cellulose fibers and hydrophilic fine fibers or particles which can be used in the fol- 
lowing Examples and Comparative Examples are shown below. Unless otherwise indicated, all the parts and percents 
are given by weight 

30 PREPARATION EXAMPLE 1 

Preparation of Bulky Cellulose Fibers 

One hundred grams of mercerized pulp having an average fiber length of 2.35 mm, a degree of fiber roughness of 
35 0.36 mg/m, and a degree of fiber roundness in the fiber cross section of 0.80 ("Porosanier-J". produced by ITT Rayonier 
Inc.) were dispersed in 1000 g of an aqueous solution containing 5% dimethylolhydroxyethyleneurea (crosslinking agent 
"Sumitex Resin NS-19" produced by Sumitomo Chemical Co., Ltd.) and 3% metal salt catalyst ("Sumitex Accelerator 
X-1 1 0" produced by Suntitomo Chemical Co. . Ltd.) thereby to impregnate the mercerized pulp with the crosslinking agent. 
The crosslinking agent aqueous solution was removed from the mercerized pulp until the amount of the crosslinking 
40 agent aqueous solution was reduced to 200% based on the mercerized pulp. The mercerized pulp was heated in an 
electric dryer at 1 ZS'^C for 1 0 minutes to crosslink the cellulose in the mercerized pulp to obtain crosstinked mercerized 
pulp (designated celtutose fibers (A)). 

PREPARATION EXAMPLE 2 

45 

Preparation of Bulky CeUulose Rbers 

Crosslinked pulp having an average f iber length of 2.38 mm. a degree of fiber roughness of 0.32 mg/m, and a degree 
of fiber roundness in the fiber cross section of 0.30 ("High Bulk Additive HBA-S" produced by Weyerhauser Paper Co.) 
so was prepared (designated cellulose fibers (B)) . 

PREPARATION EXAMPLE 3 
Preparation of Bulkv Cellulose Rbers 

55 

Mercerized pulp having an average fiber length of 2.35 mm, a degree of fiber roughness of 0.36 mg/m. and a degree 
of liber roundness in the fiber cross section of 0.80 ("Porosanier-J" produced by ITT Rayonier Inc.) was prepared (des- 
ignated cellulose fibers (C)). The cellulose fibers (C) are non-aossllnked fibers. 
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PREPARATION EXAMPLE 4 
Preparation o1 Bulk Ceilutose Fibers 

5 Softwood kraft pulp having an average fiber length of 2,56 mm. a degree of fiber roughness of 0.24 mg/m, and a 
degree of fiber roundness in the fiber cross section of 0.34 ("Harmac-R" produced by MacMitlan Btoedel Ud.) was 
prepared (designated cellulose fibers (D)). The cellulose fibers (D) are non-crosslinked fibers. 

PREPARATION EXAMPLE 5 

10 

Preparation of Bulky Cellulose Fibers 

Softwood kraft pulp having an average fiber length of 2.56 mm, a degree of fiber roughness of 0.35 mg/m, and a 
degree of fiber roundness in the fiber cross section of 0.28 flndorayon" produced by PT tnti Indorayon Utama) was 
15 prepared (designated cellulose fibers (E)). Cellulose fbers (E) are non-aosslinked fibers. 

PREPARATION EXAMPLE 6 

Preparation of Crosslinked Cellulose Fibers 

20 

Crosslinked pulp was prepared in the same manner as in Preparation Example 1 , except for using hardwood kraft 
pulp having a degree of fiber roughness of 0.13 mg/m and a degree of fiber roundness in the fiber cross section of 0.35 
("Bahia Sul Cellulose SA" produced by Bahia Sul Go.) (designated cellulose fibers (F)). 

The average fiber length, the degree of roughness, and the degree of fiber roundness in the fiber cross section of 
25 cellulose fibers (A) to (F) were measured in accordance with the methods described below. 

Measurement of Average Fiber Length and Degre e of Rber Roughness: 

Measurement was made with a fiber roughness meter FS'200 manufactured by Kajaani Electronics Ltd. in order to 
30 measure the true waght of cellulose fibers, cellulose f^rs are dried in a vacuum dryer at 100°C for 1 hour to remove 
the water content. 

immediately thereafter, about 1 g of the cellulose fibers is weighed out to a precision of ±0.1 mg and completely 
disaggregated in 1 50 mi of water by means of a mixer attached to the fiber roughness meter. The suspension is diluted 
with water to make 5000 ml. A 50 ml aliquot of the diluted suspension is precisely measured out as a sample solution 
35 for measuremertt of the degree of fiber roughness. The average fiber length and the degree of fiber roughness are 
determined according to the operating procedure of thef iber roughness meter. The average fiber length is obtained from 
the following formula: 

Average Rber Length = ^ 

45 

wherein nj is the number of fibers having fiber length Iji and Ij is a fiber length. 

Measurement of Degree of Fiber Roundness in Fiber Cross Section: 

so The degree of fiber roundness in the fiber cross section of a cellulose fiber is obtained as follows. A cellulose fiber 
is transversely sliced with care not to change the sectional area, and an electron micrograph of the section is taken. The 
micrograph is analyzed by an inr«ige analyzer ("Avio EXCEL" manufactured by Nippon Agonies Co., Ltd.) to obtain a 
degree of fiber roundness in the fiber aoss section according to the following formula M easurement is made on arbitrarily 
chosen 100 points to obtain the average. 

55 

Degree of fiber roundness in fiber cross section = 4xTtx (Sectional area of a fiber) 

(Circumference of the section of thr fiber) 
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PREPARATION EXAMPLE 7 

Preparation of HvdroDhilic Fine Fibers 

5 Crosslinked hydrophjiic fine fibers were prepared in the same manner as in Preparation Example 1 . except for using 
cellulose fbers having an average f foer length of 0.1 2 mm and a degree of f toer roughness of 0.09 mg/m, and a degree 
of fber roundness in the fiber cross section of 0.31 fKC Flock W-100" produced by Sanyo- Kbkusaku Pulp Co., Ltd.) 
which were obtained by hydrolyzing carefully selected pulp with an acid, washing with water, drying, and mechanically 
grinding into fine fibers. The resulting fibers were designated hydrophilic fine fibers (G). 

10 

PREPARATION EXAMPLE 8 

Preparation of Hvdrophilic Fine Fibers 

15 Cellulose fibers having an average fiber length of 0.12 mm and a degree of fiber roughness o1 0.09 mg/m, and a 
degree of fiber roundness in the fiber cross section of 0.32 ("KG Flock W-100" produced by Sanyo- Kokusaku Pulp Co., 
Ltd.). designated hydrophlllc fine fibers (H), were prepared. Hydrophilic fine fibers (H) is a product obtained by hydrolyzing 
carefully selected pulp with an acid, washing with water, drying, and mechanically grinding into line fibers. Hydrophilic 
fine fibers (H) are non-crosslinked fibers. 

20 

PREPARATION EXAMPLE 9 
Preparation of Hydrophilic Fine Rbers 

25 Softwood kraft pulp having a degree of fiber roughness of 0. 1 8 mg/m. and a degree of fber roundness in the fiber 
cross section of 0.32 ("Skeena Prime" produced by Skeena Cellulose Co.) was prepared (designated hydrophilic fine 
fbers (0). 

Example 1 

30 

Preparation of Absorbent Sheet 

In water were dispersed chemical pulp (soft wood kraft pulp, SKEENA PRIME produced by Skena Cellulose Co.) 

« having a degree of fiber roughness of 0. 1 8 mg/m and a degree of fiber roundness in the fiber cross section of 0.32 and 

35 1 part by weight (solid content) of a strengthening assistant (polyamide epichtorohydrin resin. Kaimen WS-570 produced 
by Nippon PMC, Co.) per 100 parts by weight of dried pulp. The dispersed nuxture was formed into a fber web having 
40 g/m^ (solid content) at the forming part of the wet paper forming machine. Then, the fiber web was dehydrated at a 
suction box to the extent tiiat tiie water content is made to 200 parts by weight based on 100 parts by weight of dried 
fber web. Thereafter, a superabsotbent polymer (Polymer Q produced by Kao Co.) was spread substantially uniformly 

40 on the fber web at amount of 50 g/m^. 

On the surface of the fiber web carrying thereon tiie spread superabsorbent polymer were overlaid an absorbent 
sheet, serving as the fiber aggregate, which had been previously prepared and had the same composition as the fiber 
web. The overlaid combination of the fiber web and the absorbent sheet was introduced into a dryer to dry the overlaid 
combination at 1 30 C so as to form the combination into a unitary body. In this way, absorbent sheet (A) incorporating 

45 a superabsorbent polymer fixed therein was prepared. 

Preparation of Absorbent Sheet 

so 

In water were dispersed 95 parts of cellulose fbers (C) and 5 parts of polyvinyl alcohol fibers having a fineness of 
1 denier and a fber lengtii of 3 mm (thermally fusible bonding fbers "Flbribond" produced by Sansyo K.K., hereinafter 
referred to as PVA fbers) In a prescribed concentration. The resulting dispersion was formed into a fber web having a 
dry basis weight of 40 gfrr? in a forming part of a wet paper making machine. The fber web was dehydrated in a suction 
55 box to have a water content of 1 50 parts per 100 parts of tiie web on a dry basts. A superabsorbent polymer ("Polymer 
produced by Kao Corp.) was spread substantially uniformly over tiie dehydrated and still wet fiber web in an amount 
of 50 g/rr? in Immediate front of a press part 

As a fber aggregate, previously prepared absorbent paper having the same composition as the fber web and a 
basis weight of 40 gfrr? was overlaid on the superabsorbent pdymer^ead side of the fber web. The laminate conrv 
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posed of the fiber web and absorbent paper was led to a dryer, where it was dried at 130^0 and formed into a unitary 
body, thereby to obtain an absorbent sheet having fixed therein the superabsort>ent polymer. The resulting absorbent 
sheet is designated as sheet (B). 

5 EXAMPLE 3 

Preoaration of Absorbent Sheet 

In water were dispersed 70 parts of ceftuiose fibers (B). 30 parts of hydrophilic fine fibers (I) and 1 part by weight 
w (solid content) of a strengthening assistant in solid content (pdyamide epichlorohydrin resin, Kaimen WS-570 produced 
by Nippon PMC, Ltd.) per 100 parts by weight of the mixed dry pulp in a prescribed concentration. The resulting dispersion 
was formed into a fiber web having a dry basis weight of 40 g/m^ in a forming part of a wet paper making machine. The 
fiber web was dehydrated in a suction box to have a water content of 100 parts per 1 00 parts of the web on a dry basis. 
A superabsorbent polymer ("Polymer Q" produced by Kao Corp.) was spread substantially uniformly over the dehydrated 
15 and still wet fiber web in an anx>unt of 50 gfrr? in immediate front of a press part. 

As a fber aggregate, previously prepared absorbent paper having the same composition as the fiber web and a 
basis weight of 40 g/m^ was overlaid on the superabsorbent polymer-spread side of the fiber web. The laminate com- 
posed of the f iber web and absorbent paper was led to a dryer, where it was dried at 130*'C and formed into a unitary 
body, thereby to obtain an absorbent sheet having fixed therein the superabsorbent polymer. The resulting absorbent 
20 sheet is designated as sheet (C). 

^X AMP|^4 

Preparation of Absorbent Sheet 

25 

In water were dispersed 95 parts of cellulose fibers (B) and 5 parts of PVA fibers in a prescribed concentration. The 
resulting dispersion was formed into a ftoer web having a dry basis weight of 40 g/m^ in a forming part of a wet paper 
making machine. The fiber web was dehydrated in a suction box to have a water content of 100 parts per 1 00 parts of 
the web on a dry basis. A superabsorbent polymer ("Polymer Q" produced by Kao Corp.) was spread substantially 

30 uniformly over the dehydrated and still wet fiber web in an amount of SO g/m^ in immediate front of a press part. 

As a ftoer aggregate, previously prepared absorbent paper having the same composition as the fiber web and a 
basis weight of 40 g/rr? was overlaid on the superabsorbent polymer-spread side of the fiber web. The laminate com- 
posed of the fiber web and at)sorbent paper was led to a dryer, where it was dried at ISO^C and formed into a unitary 
body, thereby to obtain an absorbent sheet having fixed therein the superabsorbent polymer. The resulting absorbent 

35 sheet is designated as sheet (0). 

EXAMPLE 5 

Preparation of Absorbent Sheet 

40 

In water were dispersed 90 parts of cellulose fibers (B) and 1 0 parts of low-boiling polyester fibers having a fineness 
of 1 .1 denier and a fber length of 5 mm (thernrelly fusible bonding fibers TM-07N" produced by Teijin Ltd., hereinafter 
simply referred to as polyester fibers) in a prescribed concentration. The resulting dispersion was formed into a fiber 
web having a dry basis weight of 40 g/m^ in a forming part of a wet paper making machine. The fiber web was dehydrated 

45 in a suction box to have a water content of 1 00 parts per 1 00 parts of the web on a dry basis. A superabsorbent polymer 
("Polymer Q" produced by Kao Corp.) was spread substantially uniformly over the dehydrated and still wet fiber web in 
an amount of 50 g/m^ in immediate front of a press part. 

On the superabsorbent polymer-spread side of the fiber web was overlaid dry processed heat adhesive nonwoven 
fabric (basis weight: 40 g/nf ) which was prepared by carding polyetiylene/polypropylene conjugate fibers having a 

50 fineness of 2.2 denier and a fiber length of 38 mm and having been subjected to a surface treatment for rendering 
hydrophilic (a product of Chisso Corp.). The laminate composed of the f a:>er web and nonwoven fabric was led to a dryer, 
where it was dried at 130^C and formed into a unitary body, thereby to obtain an absorbent sheet having fixed therein 
the superabsorbent polymer. The resulting absorbent sheet Is designated as sheet (E). 

ss 
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EXAMPLE 6 

Preparation of Absorbent Sh^ 

In water were dispersed 60 parts of cellulose fbers (B). 35 parts off hydrophilic fine fbers (I), and 5 parts of poly- 
ethylene terephthalate fibers having a fineness of 1.1 denier and an average fiber length of 5 mm (thermally fusible 
bonding fibers TMOTNSB" produced by Teijin Ltd.. hereinafter refen-ed to as PET fibers), and the slurry was formed 
into a diffusing layer on the wire of a first paper making machine. 

Separately, 95 parts of cellulose fibers (B) and 5 parts of PET fibers were dispersed in water, and a permeable layer 
was fbmied on the wire of a second paper making machine by using the slurry. 

The diffusing layer and the permeable layer were each removed from the wire and laminated one on the other to 
prepare composite absorbent paper as a f ber web. The fiber web thus formed had a total basis weight of 70 g/m^ on a 
dry basis, in which each of the diffusing layer and the permeable layer had a basis weight of 35 g/m^. The fiber web had 
such a gradient in liquid diffusion as to exhibit high liquid permeability in its permeable layer side and high liquid diffusing 
properties in its diffusing layer side. 

The fiber web was dehydrated in a suction box so as to have a water content of 200 parts per 1 00 parts of the fiber 
web on a dry basis. Subsequently, and in immediate front of a press part, a superabsorbent polymer ("Aquaric CAW-4" 
produced by Nippon Shokubai Kagaku Kogyo Co. Ud.) was spread substantially uniformly on the permeable layer of 
the dehydrated wet f ber web at a rate of 50 g/rr?, 

A fiber web having a basis weight of 30 g/m^ which had previously been prepared according to the following formu- 
lation was overlakj on the superabsorbent poiymer-spread side of the fiber web. The laminate of the fiber web and the 
fiber aggregate was led to a dryer, where it was dried at 130*C and formed Into a unitary body to obtain an absorbent 
sheet having fixed therein the superabsorbent polymer as shown in Fig. 3. The resulting absorbent sheet is designated 
absorbent sheet (F). 

The fiber aggregate used was prepared as follows. The cellulose fibers (A) and PET fibers were uniformly dispersed 
in waxer In a concentration of 0.1 9% and 0.01%. respectively, to prepare a 0.2% slurry. The slurry was spread over the 
wire having an opening size of 90 ^im (166 mesh) of a paper making machine to form a paper layer on the wire. The 
paper layer was dehydrated and dried in a suction box at a rate of 6 m\/[m^ • sec] to obtain a fiber aggregate having a 
basis weight of 30 g/m^. The resulting fiber aggregate contained 95 parts of cellulose fibers (A) and 5 parts of PET fibers 
per 1 00 parts of the fiber aggregate. 

EXAMPLE 7 

Preparation of Absorbent Sheel 

An absorbent sheet (designated absorbent sheet (G) was prepared in the same manner as In Example 6, except 
for forming a diffusing layer from 70 parts of cellulose fbers (C). 25 parts of hydrophilic fine fibers (I), and 5 parts of PVA 
fibers, a permeable layer from 95 parts of cellulose fibers (C) and 5 parts of PVA fbers. and a fiber aggregate from 97 
parts of cellulose fbers (A) and 3 parts of PVA fbers. 

EXAMPLE 8 

Preparation of Absorbent Shept 

Cellulose fibers (B) and PET fibers were uniformly dispersed in water in a concentration of 0.19% and 0.01%. 
respectively, to prepare a 0.2% slun-y. The slurry was spread on the wire having an opening size of 90 jim (166 mesh) 
of a papermaking machine to form a paper layer on the wire. The paper layer was dehydrated In a suction box at a rate 
of 6 ml^cm^ . sec] to obtain a f ber web having a dry basis weight of 30 g/m^. The resulting fiber web contained 95 parts 
of cellulose fibers (B) and 5 parts of PET fibers per 1 00 parts of the f ber web. 

The fiber web was dehydrated in a suction box to have a water content of 200 parts per 100 parts of the web on a 
dry basis. Subsequently and in Immediate front of a press part, a superabsorbent polymer (Aquaric CAW-4, produced 
by Nippon Shokubai Kagaku Kogyo K.K.) was spread substantially uniformly over the dehydrated and still wet f ber web 
at a rate of 50 g/nr. 

A fiber aggregate having a basis weight of 70 g/m^ which had been previously prepared acconjing to the following 
formulation was overlaid on the superabsorbent polymer-spread side of the fber web In such a manner that the ftoer 
web was brought into contact with the diffusing layer (hereinafter described) of the fber aggregate. The laminate com- 
posed of the fiber web and absorbent paper was led to a dryer, where it was dried at 130»C and formed into a unitary 
body, thereby to obtain an absorbent sheet having fixed therein the superabsorbent polymer. The resulting absorbent 
sheet is designated as sheet (H). 
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The fiber aggregate used above was composite absorbent paper composed of a permeable layer and a diffusing 
layer, which was prepared as follows. 

In water were dispersed 95 parts of cellulose fibers (C) and 5 parts of PET fibers, and a diffusing layer was formed 
on the wire of a first paper making machine by using the slurry 
5 Separately, 70 parts of cellulose fibers (C). 25 parts of hydrophilic fine fibers (I), and 5 parts of PET fibers were 
dispersed in water, and a permeable layer was formed on the wire of a second paper making machine by using the slury. 

The diffusing layer and the permeable layer were each removed from the wire and laminated one on the other to 
prepare a composite absorbent paper as a fiber aggregate. The fiber aggregate thus formed had a total basis weight of 
70 g/m^, in which each of the diffusing layer and the permeable layer had a basis weig^tt of 35 g/m^. The fiber aggregate 
w had such a gradient in liquid diffusion as exhibited high liquid permeability tn its permeable layer side and high liquid 
diffusing properties in Its diffusing layer side. 

EXAMPLE 9 

?5 Preparation of Absorbent Sheet 

Cellulose fibers (A), hydrophilic fine fibers (H), and PVA f bers were uniformly dispersed in water in a concentration 
of 0.16%. 0.03%, arxi 0.01%, respectively, to prepare a 0.2% slurry 

The slurry was spread on the wire having an opening size of 90 ^m (1 66 mesh) of a paper making machine to form 
20 a paper layer on the wire. The paper layer was dehydrated in a suction box at a rate of 6 ml/[cm^ • sec] to obtain a fiber 
web having a basis weight of 70 g/m^. 

The resulting fiber web contained 80 parts of cellulose fibers (A), 1 5 parts of hydrophilic fine fibers (H). and 5 parts 
of PVA fibers per 100 parts of the fiber web. The proportion of hydrophilic fine fibers (H) was higher in one side of the 
fiber web than in the other side so that the fiber web showed such a gradient in liquid diffusion as exhibited high diffusion 
25 in the side with a high prcportion of hydrophilic fine fibers (H) and low diffusion in the opposite side. 

The fiber web was dehydrated in a suction box so as to have a water content of 200 parts per 100 parts of the web 
on a dry basis. A superabsorbent polymer (Aquaric CAW-4, produced by Nippon Shokubai Kagaku Kogyo K.K.) was 
spread substantially uniformly over the side having a lower proportion of hydrophilic fine fibers (H) of the dehydrated 
and still wet fiber web at a rate of 50 g/m^. 
30 A fiber aggregate having a tjasis weight of 30 g/m^ which had been previously pr^red according to the following 
formulation was overlaid on the superabsorbent polymer-spread side of the fiber web. The laminate composed of the 
fiber web and the fiber aggregate was led to a dryer, where it was dried at ISCC and formed into a unitary body thereby 
to obtain an absorbent sheet having fixed therein the superabsorbent polymer. The resulting absorbent sheet is desig- 
nated as sheet (1). 

35 The fiber aggregate used above was prepared as follows. Cellulose fibers (A) and PVA fibers were uniformly dis- 
persed in water in a concentration of 0.194% and 0.006%. respectively, to prepare a 0.2% slurry The slurry was spread 
on a paper making wire having an opening size of 90 ^im (166 mesh) to form a paper layer on the wire. The paper layer 
was dehydrated and dried in a suction box at a rate of 6 ml/[cm^ • sec] to obtain a fiber aggregate having a basis weight 
of 30 g/m^. The resulting fiber aggregate contained 97 parts of cellulose fibers (A) and 3 parts of PVA fibers per 100 

40 parts of the fiber aggregate. 

EXAMPLE 10 

Preparation of Absorbent Sheet 

45 

Cellulose fibers (B) and PVA fibers were uniformly dispersed in water in a concentration of 0.194% and 0.006%, 
respectively to prepare a 0.2% slurry The slurry was spread on a paper making wire having an opening size of 90 nm 
(1 66 mesh) to form a paper layer on the wire. The paper layer was dehydrated in a suction box at a rate of 6 ml/[cm^ • sec] 
to obtain a fiber web having a basis weight of 30 g/m^. The resulting fiber web contained 97 parts of cellulose fibers (B) 
so and 3 parts of PVA fibers per 1 00 parts of the fiber web. 

The fiber web was dehydrated in the suction box so as to have a water content of 200 parts per 100 parts of the 
fiber web on a dry basis. 

Subsequently and immediately in front of a press part, a superabsorbent polymer ("Aquaric CAW-4" produced by 
Nippon Shokubai Kagaku Kogyo Co.. Ltd.) was spread substantially uniformly over the dehydrated and wet fiber web at 
55 a rate of 50 g/m^. 

A fiber aggregate having a basis weight of 70 g/m^ which had been previously prepared according to the following 
formulation was overlaid on the superabsorbent polymer-spread side of the fiber web. The laminate composed of the 
fiber web and the fiber aggregate was led to a dryer, where it was dried at ISO^'C and formed into a unitary body thereby 
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to obtain an absorbent sheet having fixed therein the superabsoitent polymer. The resisting absorbent sheet is desig- 
nated as sheet (J). 

The fiber aggregate used above was prepared as follows. Cellulose fibers (A), hydrophilic fine fibers (H), and PVA 
fibers were unifornnly dispersed in water in a concentration of 0.16%, 0.03%. and 0.01%. respectively, to prepare a 0.2% 
5 slurry. 

The slurry was spread on a paper making wire having an opening size of 90 iim (166 mesh) to form a paper layer 
on the wire. The paper layer was dehydrated and dried in a suction box at a rate of 6 ml/tcm^ • sec) to obtain a fiber 
aggregate having a basis weight of 70 gftr?. 
682[0185] 

10 The resulting fiber aggregate contained 80 parts of cellulose fibers (A). 1 5 parts of hydrophilic fine fibers (H), and 

5 parts of PVA fibers per 100 parts of the fiber aggregate. The proportion of hydrophilic fine fibers (H) was higher in one 
side of the fiber aggregate than in the other side so that the fiber aggregate showed such a gradient in liquid diffusion 
as exhibited high diffusion in the side with a high proportion of hydrophilic fine fibers (H) and low diffusion in the opposite 
side. 

75 

EXAMPLE 11 

Preparation of Absorbent Sheet 

20 In water were dispersed 95 parts of cellulose fibers (A) and 5 p>arts of PVA fibers in prescribed concentrations. A 
fiber web having a dry basis weight of 70 g/m^ was formed from the slurry in the forming part of a wet paper making 
machine. The fber web was dehydrated in the suction box so as to have a water content of 150 parts per 100 parts of 
the fiber web on a dry basis. In immediately front of the press part, hydrophilic fine fibers (G) were spread on the dehy- 
drated wet fiber web substantially uniformly at a rate of 20 g/m^, and a superabsorbent polymer ("Aquaric CAW-4" 

25 produced by Nippon Shokubai Kagaku Kogyo Co.. Ltd.) was further spread thereon substantially uniformly at a rate of 
50g/m2. 

Previously prepared absorbent paper having the same composition as the above fiber web and having a basis 
weight of 30 g/m^ was overlaid on the side of the fiber web on which hydrophilic fine fibers (G) and the superabsorbent 
polymer had been spread. The laminate of the fiber web and the absorbent paper were led to a dryer and dried at 1 SO'^C 
30 to obtain a unitary absorbent sheet having fixed therein hydrophilic fine fibers (G) and the superabsorbent polymer 
(designated absoit>ent sheet (K)). 

EXAMPLE 12 

35 Preparation of Absorbent Sheet 

In water were dispersed 95 parts of cellulose fibers (B) and 5 parts of the polyester fibers in prescribed concentra- 
tions. A fiber web having a dry basis weight of 70 g/m^ was formed from the slurry in the forming part of a wet paper 
making machine. The fiber web was dehydrated in a suction box so as to have a water content of 100 parts per 100 
40 parts of the fiber web on a dry k)asis. After the fiber web was passed through a press part, hydrophilic fine fibers (G) 
were spread thereon substantially uniformly at a rate of 20 g/m^, and a superabsorbent polymer ("Aquaric CAW-A" 
produced by Nippon Shokubai Kagaku Kogyo Co., Ltd.) was further spread thereon substantially uniformly at a rate of 
50 g/m^. 

Previously prepared absorbent paper having the same composition as the above fiber web and having a basis 
45 weight of 30 g/m^ was overlaid on the side of the fiber web on which hydrophilic fine fibers (G) and the superabsorbent 
polymer had been spread. The laminate of the fiber web and the absod^ent paper were led to a dryer and dried at 1 30^C 
to obtain an integrated absorbent sheet having fixed therein hydropNIic fine fibers (G) and the superabsorbent polymer 
(designated absort>ent sheet (L)). 

50 EXAMPLE 13 

Preparation of Absorbent Sheet 

An absorbent sheet (designated absorbent sheet (M)) was prepared in the same manner as in Example 12, except 
55 that the fiber web and the fber aggregate were each prepared from 95 parts of cellulose fibers (C) and 5 parts of PVA 
f bars and that a uniform mixture of hydrophilic fine fibers (H) and the superabsorbent polymer was spread substantially 
uniformly at a rate of 50 g of each fibers per m^. 
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EXAMPLE 14 

Pf eoaration o< Absorbent Sheet 

An absorbent sheet (designated absorbent sheet (N)) was prepared in the same manner as in Example 1 1 . except 
that the fber web and the fiber aggregate were each prepared from 95 parts of cellulose fibers (D) and 5 parts of polyester 
fibers and that a uniform mixture of hydrophilic fine fibers (H) and the superabsorbent polymer was spread substantially 
uniformly at a rate of 50 g of each fibers per m^. 

Preparation of Absorbent Sheet 

An absorbent sheet (O) was prepared in the same manner as in Example 1 1 . except that a fber web and a fiber 
aggregate were prepared from 60 parts of the cellulose fibers (A). 40 parts of the cellulose fibers (D) and 1 part of a 
strengthening assistant (polyamide epichlorohydrin resin. Kaimen WS-570). and that a mixture of the hydrophilic fine 
fibers (H) and the superabsorbent polymer both uniformly mixed was spread at an amount of 50 give?, respectively. 

Example 16 

Prepafation of Absorbent Sheet 

An absorbent sheet (P) was prepared in the same manner as in Example 1 1 , except that a fiber web and a fiber 
aggregate were prepared from 95 parts of the cellulose fibers (E) and 5 parts of the polyester fibers, and that a mixture 
of the hydrophilic fine fibers (H) and the superabsorbent polymer both uniformly mixed was spread at an amount of 50 
g/m^, respectively. 

CQf^PARATIVE EXAMPLE 1 
Preparation of Absorbent Sheet 

An absorbent sheet was prepared as follows using absorbent paper having a basis weight of 40 g/m^ which had 
been previously prepared from hydrophilic fine fibers (I). 

Water was spread on the absorbent paper to give a water content of 200 parts per 100 parts of the dry absorbent 
paper. A superabsorbent polymer ("Polymer Q" produced by Kao Corp.) was spread on the wetted absorbent paper 
substantially uniformly at a rate of 50 g/m^. 

Absorbent paper having the same conposition as the above atsorbent paper and having a basis weight of 40 g/m^ 
was overlaid on the superabsorbent polymer-spread side of the absorbent paper. The laminate of the two sheets of 
absort>ent paper was integrated by pressing and dried in a dryer to obtain an absorbent sheet having a total basis weight 
of 1 30 g/m^ (designated absorbent sheet (Q)). The absorbent paper on which the superabsorbent polymer was spread 
did not have the state of a wet fiber web. That is, the pulp fibers in the absorbent paper were strongly bound to each 
other. Absorbent sheet (Q) consisted of a pair of sheets of absorbent paper with the superabsorbent polymer sandwiched 
therebetween in a layer. 

COf\/IPARATIVE EXAMPLE 2 

Preparation of Absorbent Sheet 

Water was spread on the same absorbent paper as used in Comparative Example 1 to give a water content of 100 
parts per 100 parts of the absorbent paper on a dry basis. A superabsorbent polymer ("Polymer Q" psroduced by Kao 
Corp.) was spread over the wet absortjent paper substantially uniformly at a rate of 50 g/m^. 

Absorbent paper having the same composition as the above absorbent paper arxi having a basis weight of 40 g/hi^ 
was overlaid on the superabsorbent polymer-spread side of the absorbent paper. The laminate was pressed and inte- 
grated by passing under an embossing ro« having a 5 x 5 mm lattice pattern and dried in a dryer to obtain an absorbent 
sheet having a total basis weight of 130 g/m^. The resulting absorbent sheet is designated absorbent sheet (R). The 
absort>em paper on which the superabsorbent polymer was spread did not have the state of a wet fber web. That is, 
the pulp fibers in the absorbent paper were strongly bound to each other. Absorbent sheet (R) consisted of a pair of 
sheets of absorbent paper with the superabsoit>ent polymer interposed therebetween by embossing. 
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COMPARATIVE EXAMPLE 3 
Preparation of Absorbent Sheet 

An adhesive ("Movinyl 710" produced by Hoechst Gosei K.K.) was applied to the same absorbent paper as used 
in Connparative Example 1 at a spread of 20 g/m^, and a superabsorbent polymer ("Polymer Q" produced by Kao Corp.) 
was spread over the adhesive-applied side of the absorbent paper substantially uniformly at a rate of 50 g/nr^. 

Absorbent paper having the same composition and basis weight as the at^sorbent paper used above was overlaid 
on the superabsorbent polymer-spread side of the absorbent paper. The laminate of the two sheets of absorbent paper 
was integrated by pressing and dried in a dryer to obtain an absorbent sheet having a total basis weight of 150 gitr? 
(designated absorbent sheet (S)). The absorbent paper on which the superabsorbent polymer was spread did not have 
the state of a wet fiber web. That is. the puip fibers in the absorbent paper were strongly bound to each other. Absorbent 
sheet (S) consisted of a pair of sheets of absorbent paper with the superabsorbent polymer fixed therebetween in a 
layer via an adhesive. 

COMPARATIVE SXAMPLE 4 
Preparation of Absorbent Sheet 

An absorbent sheet comprising synthetic pulp and a superabsorbent polymer and having a basis weight of 80 gfrrP 
was prepared by a dry process as follows. 

A pulp sheet (soft wood puip produced by Hercules. Ltd.) consisting of 25 parts of polyethylene synthetic pulp and 
75 parts of chemical pulp was f ibrillated by means of a hammer mill, and a superabsorbent polymer ("Aquarlc CAW-A" 
produced by Nippon Shokubai Kagaku Kogyo Co.. Ltd.) was mixed therewith in such an amount that the resulting absorb- 
ent sheet contained 50 g/nf of the superabsorbent polymer. The mixture was sheeted and then subjected to hot air 
treatment, whereby the polyethylene synthetic pulp was fused to provide an unitary body. The resulting dry processed 
absorbent sheet is designated absorbent sheet (T). Absorbent sheet (T) had the superabsorbent polymer on its surface. 

COMPARATIVE EXAMPLE 5 

Preoaration of Absorbent Sheet 

A superabsorbent polymer ("Aquaric CAW-4" produced by Nippon Shokuljai Kagaku Kbgyo Co.. Ltd.) was spread 
at a rate of 45 gfvr? between a pair of pulp sheets (soft wood pulp produced by Hapix Co.. Ltd.) each having a basis 
weight of 45 g/rr? which were prepared by an air-iaid method. The pulp was then fixed with a chemical binder to prepare 
an absorbent sheet, designated absorbent sheet (V). 

COMPARATIVE EXAMPLE 6 

Preparation of Absorbent Sheet 

Dry composite absorbent paper composed of a permeable layer and a diffusing layer was prepared as a fiber web 
as follows. 

In water were dispersed 60 parts of cellulose fibers (E). 20 parts of hydrophiiic fine fibers (I), and 20 parts of PET 
fibers, and a diffusing layer was formed on the wire of a first paper making machina 

Separately 95 parts of cellulose fibers (E) and 5 parts of PET f bers were dispersed in water, and a permeable layer 
was formed on the wire of a second paper making macNne. 

The diffusing layer and the permeable layer were removed from the wire aixt laminated one on the other. The 
laminate was dehydrated and dried to obtain a fiber web. The resulting fiber web was composite absort>ent paper com- 
posed of the diffusing layer and the permeable layer, but had no diffusion gradient. The diffusing layer and the permeable 
layer each had a basis weight of 35 g/m^, giving the fiber web a total basis weight of 70 g/m^. 

An adhesive (" Movinyl 71 0" produced by Hoechst Gosei K.K.) was applied to the permeable layer of the dried fiber 
web at a spread of 20 g/m^. and a superabsorbent polymer ("Aquaric CAW-4'' produced by Nippon Shokubai Kagaku 
Kogyo Co.. Ltd.) was spread thereon substantially uniformly at a rate of 50 g/m^. 

A fiber aggregate having a tsasis weight of 30 g/m^ which had been previously prepared according to the foltowing 
formulation was overlaid on the superabsorbent polymer-spread side of tfie fiber web. The laminate was pressed into a 
unitary body and dried In a dryer at 130^0 to obtain an absorbent sheet having a basis weight of 1 70 g/m^. The resulting 
absorbent sheet is designated absorbent sheet (V). The fiber web on which the superabsorbent polymer was spread 
did not have the state of a wet f ber web. That is. the pulp fibers in the absorbent paper were strongly bound to each 
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other. Absorbent sheet (V) cor\sisted of the fiber web and the fiber aggregate with the 8uperabsort>ent polymer fixed 
therebetween in a layer via an adhesive. 

The fiber aggregate used above was prepared as follows. Cellulose fibers (E) and PET fibers were uniformly dis- 
persed in water in a concentration of 0.19% and 0.01%. respectively to prepare a 0.2% slurry The fiber aggregate was 
5 prepared by using the slurry in the same manner as in Example 1 . The fiber aggregate contained 95 parts of cellulose 
fibers (E) and 5 parts of PET fibers per 100 parts of the fber aggregate. 

COf^PARATIVE EXAMPLE 7 

10 Preparation of Absorbent Sheet 

A dry fiber web was prepared as follows. 

Cellulose fibers (D) and PVA fibers were uniformly dispersed in water in a concentration of 0.19% and 0.01%, 
respectively to prepare a 0.2% slurry The slurry was formed into a ftoer web having a basis weight of 30 g/m^ in the 

75 same manner as in Exanple 7. The resulting fiber web contained 95 parts of cellulose fibers (D) and 5 parts of PVA 
fibers per 100 parts of the fber web. 

Water was supplied on the resulting fber web to give a water content of 10 parts per 100 parts of the fiber web on 
a dry basis. A superabsorbent polymer {"Aquaric CAW-4'' produced by Nippon Shokubai Kagaku Kogyo Co.. Ltd.) was 
spread over the wetted fiber web substantially uniformly at a rate of 50 g/m^. 

20 A liber aggregate having a basis weight o1 70 g/m^ which had been previously prepared according to the following 
formulation was overlaid on the superabsorbent polymer-spread side of the fiber web in such a manner that the fiber 
web might be brought into contact with the diffusing layer (hereinafter described) of the fiber aggregate. The laminate 
of the ftoer web and the fber aggregate was integrated by pressing with an embossing roll having a 5 x 5 mm lattice 
pattern and dried in a dryer at 1 30**C to obtain an absorbent sheet having a total basis weight of 1 50 g/m^. The resulting 

25 absorbent sheet is designated absorbent sheet (W). The fiber web on which the superabsorbent polymer was spread 
did not have the state of a wet fiber web. That is. the pulp fibers in the fiber web were strongly txxjnd to each other. 
Absorbent sheet (W) consisted of the fiber web and the fiber aggregate with the superabsorbent polymer pressed ther- 
ebetween by embossing. 

The fiber aggregate used above was composite absorbent paper composed of a permeable layer and a diffusing 
30 layer, which was prepared as follows. 

In water were dispersed 60 parts of cellulose fibers (D), 35 parts of hydrophiiic fine fibers (I), and 5 parts of PVA 
fibers, and a diffusing layer was formed on the wire of a first paper making machine by using the slurry 

Separately, 95 parts of cellulose ftoers (D) and 5 parts of PVA fibers were dispersed in water, and a permeable layer 
was formed on the wire of a second paper making machine by using the slurry 
35 The diffusing layer and the permeable layer were removed from the respective wires, laminated one on the other, 
and dehydrated and dried to prepare a fiber aggregate. The resulting fiber aggregate contained no bulky cellulose fibers 
and therefore did not have a diffusion gradient. 

The fiber aggregate thus formed had a total basis weight of 70 g/nf. in which each of the diffusing layer and the 
permeable layer had a basis weight of 35 g/m^. 

40 

COMPARATIVE EXAMPLE 8 
Preparation of Absorbent Sheet 

45 In water were dispersed 95 parts of cellulose fibers (D) and 5 parts of PVA fibers, and the sluny was formed into 
paper and dried by means of a paper making machine to prepare absorbent paper having a basis weight of 70 g/m^. 
An absorbent sheet conprising the absorbent paper was prepared by the following process. 

Water was spread on the resulting absort>ent paper to give a water content of 200 parts per 100 parts of the absorbent 
paper on a dry basis. A superabsorbent polymer ("Aquaric CAW-4'' produced by Nippon Shokubai Kagaku Kogyo Co., 

50 Ltd.) was spread over the wetted absorbent paper substantially uniformly at a rate of 50 gfrr?. 

Absorbent paper having the same composition as the above absorbent paper and a basis weight of 30 g/m^ was 
overlaid on the superabsorbent polymer-spread side of the absorbent paper. The laminate of a pair of the sheets of the 
absorbent paper was integrated by pressing and dried in a dryer to obtain an absorbent sheet having a total basis weight 
of 150 g/m^. designated absorbent sheet (X). The absorbent paper on which the superabsorbent polymer was spread 

55 did not have the state of a wet ftoer web. That is, the fibers composing the absorbent paper were strongly bound to each 
other even after wetted. Absorbent sheet (X) consisted of a pair of the sheets of the absorbent paper with the superab- 
sorbent polymer sandwiched therebetween in a layer. 
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COMPARATIVE EXAMPLE 9 
Preparation of Absorbent Sheet 

5 In water were dispersed 95 parts of cellulose fibers (E) and 5 parts Of PET fibers, and tfie siury was lornDed into 
paper and dried by means of a paper making madiine to prepare absorbent paper having a basis weight of 70 g/rr?. 
An absorbent sheet comprising the absorbent paper was prepared by the following process. 

The absorbent paper was coated with an adhesive ("Movinyl 710" produced by Hoechst Gosei K.K.) at a spread of 
20 g/rrP, and a superabsorbent polymer ("Aquaric CAW-4'' produced by Nippon ShoKubai Kagaku Kogyo Co., Ltd.) was 

10 spread thereon substantially uniformly at a rate of 50 g/m^. 

Absorbent paper having the same composition as the above absorbent paper and a basis weight of 30 g/m^ was 
overlaid on the superabsorbent potymer-spread side of the above absorbent paper. The laminate was pressed into a 
unitary body and dried in a dryer to obtain an absorbent sheet having a total basis weight of 150 g/m^. designated 
absortjent sheet (Y), The absorbent paper on which the superabsorbent polymer was spread did not have the state of 

15 a wet fiber web. That is. the pulp fibers in the absorbent paper were strongly bound to each other. Absorbent sheet (Y) 
consisted of a pair of the sheets of absorbent paper with the superabsorbent polymer sandwiched therebetween in a layer. 

COMPARATIVE EXAMPLE 10 

20 Preparation of Absorbent Sheet 

In water were dispersed 95 parts of cellulose fibers (F) and 5 parts of PVA fibers, and the slurry was formed into 
paper and dried by means of a paper making machine to prepare absorbent paper having a basis weight of 70 g/rrp. 
An absorbent sheet comprising the absorbent paper was prepared by the following process. 

25 Water was spread on the resulting absorbent paper to give a water content of 1 0 parts per 1 00 parts of the absorbent 
paper on a dry basis. A superabsorijent polymer ("Aquaric CAW-4" produced by Nippon Shokubai Kagaku Kogyo Co., 
Ltd.) was spread on the wetted ^orbent paper sut>stantially uniformly at a rate of 50 g/m^. 

Absorbent paper having the same composition as the above absorbent paper and a basis weight of 30 g/m^ was 
overlaid on the superabsorbent polymer-spread side of the absorbent paper. The laminate of a pair of the sheets of the 

30 absorbent paper was integrated by pressing under an embossing roll having a 5 x 5 mm lattice pattern and dried in a 
dryer to obtain an absorbent sheet having a total basis weight of 1 50 g/m^, designated absorbent sheet (Z). The absorb- 
ent paper on which the superabsorbent polymer was spread did not have the state of a wet fiber web. That is, the fibers 
composing the absorbent paper were strongly bound to each other even after wetted. Absorbent sheet (Z) consisted of 
a pair of the sheets of such absorbent paper with the superabsorbent polymer sandwiched therebetween in a layer. 

35 Each of the absorbent sheets prepared was tested according to the following test methods. The results obtained 
are shown in Table 1 below. 

Thickness: 

40 An absorbent sheet was cut to an appropriate size, a load of 2.5 g/cm^ was applied thereon with a loaded area of 
1 0 cm^ (a disk having a radius of 1 7.8 mm), and the thickness of the sheet under the load was measured with a thickness 
meter. Measurement was made on 10 cut pieces per sample to obtain an average thickness. 

Test of Fall-off of Superabsorbent Poivmer: 

45 

A 70 X 200 mm piece cut out of an absorbent sheet was weighed and put in a 280 mm long and 200 mm wide 
polyethylene bag with a fastener. Vibration was given to the test piece by shaking the bag 50 times by the hand. The 
test piece was again weighed to obtain a change in weight. In order to facilitate visual observation of the superabsorbent 
polymer fallen in the bag. water tinted with Blue No. 1 (0.3 g/100 ml of water) was put into the bag to swell the fallen 
50 superabsorbent polymer. The degree of fall-off of the superabsorbent polymer was ot>served with the naked eye and 
graded as follows. 

Good ... Fall-off of superabsorbent polymer is hardly observed. 
Fair ... SI ight fall-off of superabsorbent polymer is observed. 
55 Poor ... Considerable fall-off of superabsorbent polymer is observed. 

Measurement was made ten times, and a fall-off value ^s calculated by averaging the measured values. 
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Wet Strenoth of Absorbent Sheet: 

Ten grams of water tinted with Blue No. 1 (0.3 g/100 ml of water) was dropped on a plate and wiped off by hand 
with a 200 mm x 200 mm test piece cut out of an at>sorberTt ^eet The wiping test was repeated three times for each 
5 test piece (until 30 g of water was absort>ed in the test piece). The surface condition of the test piece and the fall-off of 
the superabsorbent polymer were examined. 

Good ... The surface of the absorbent sheet does not rip. and the superabsorbent polymer does not fall off. 
Fair ... The surface of the absorb&it sheet slightly rips, but the superabsorbent polymer does not fail off. 
10 Poor ... The surface of the absorbent sheet rips, and the superabsorbent polymer falls off. 

Saturated Absorption: 

A 5 cm square test piece cut out of an absorbent sheet is put in a bag made of nonwoven fabric and soaked in ion- 
IS exchanged water for 10 minutes as contained in the t^ag. The bag was taken out of water, hung in air for 1 hour to let 
the water drip, and weighed to obtain a weight gain per gram of the sheet as a saturated absorption (g/g). 

Rate of Absorption: 

20 As shown in Fig. 18, 10 cm square transparent acrylic plate 220 having a throughhole of 1 cm in diameter in the 
center thereof was placed on 1 5 cm square absorbent sheet 200, and weights 222 were put thereon to apply a load of 
5 g/cm^ to the absorbent sheet. Twenty milliliters of physiological saline was poured into the sheet through the hole, and 
the time required for the sheet to absorb physiological saline was measured. One minute later, the same absorption test 
was repeated to measure the time for re-absorption. 

25 

Back-flow: 

As shown in Fig. 19. after 10 minutes from the above-described measurement of the rate of absorption, 10 sheets 
of 15 cm square filter paper 224 (Toyo Filter Paper Type 2) were piled up on the at)sorbent sheet, and 15 cm square 
30 acrylic plate 226 and weight 222 were put thereon to apply a load of 50 g/cm^ for 1 minute. Filter paper 224 was renxjved . 
and the weight of physiological saline at>sorbed in filter paper 224 was taken as a back-flow. 
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EXAMPLE 17 

Preparation of Absorbent Article 

5 A sanitary napkin having the structure of Fig. 12 was prepared as follows. 

A 175 m long and 73 mm wide absorbent sheet (0) was used as the absorbent sheet 10. Fluff pulp 2a having a 
basis weight of 300g/m^ and a thickness of 4.5 mm, cut to a size of 175 mm length and 73 mm width, was laminated 
thereon. The sides and the upper part of the combination of absorbent sheet (D) and the fluff pulp were covered with 
130 mm wide and 175 mm long wet-processed absorbent paper 2b consisting of wood pulp to prepare the absorbent 

JO member 2. 

Waterproof paper 205 mm long and 95 mm wide (wet-processed at>sorbent paper having polyethylene laminated 
thereon) was used as the backsheet 3. The sides and the bottom of the at>sorbent member 2 was covered with the 
waterproof paper. All the surfaces of the combination of the absoibent member 2 and polyethylene-laminated paper 
were covered with the 205 mm long and 172 mm wide topsheet 1 capable of absorbing body liquids (hereinafter 
15 desaibed), and all the members were fixed to each other vinth hot -melt adhesive 6. Finally, a pair of adhesive bands 4 
each having a width of 20 mm and a length of 1 1 5 mm were provided on the bottom by applying a hot-melt adhesive at 
a spread of 30 g/m^. Thus, the sanitary napkin having the structure shown in Fig. 12 was obtained. 

A perforated polyethylene film was used as the topsheet 1 . This film was otrtained by perforating a polyethylene film 
having a basis weight of 30 g/nf to make openings having a diameter of 0.5 mm at a opening area ratio of 20%. 

20 

EXAMPLE 18 

Preparation of Absorbent Article 

25 A sanitary napkin having the structure of Fig. 14 was prepared as follows. 

A sanitary napkin having the structure of Fig. 14 was prepared in the same manner as in Example 14. except that 
the absorbent merrber was prepared by folding a 175 mm long and 145 mm wide absorbent sheet (B) into a C-shape 
in such a manner that both ends met substantially at the center of the folded sheet to make the width 73 mm. The 
absorbent sheet (B) was used as the absort)ent layer. 

30 

EXAMPLES 19 TO 30 

Preparation of Absorbent Article 

35 Sanitary napkins having the structure of Fig. 14 were prepared in the same manner as in Example 18. except for 
replacing absortjent sheet (B) with absorbent sheets (C) to (N). 

COMPARATIVE EXAMPLE 11 

40 Preparation of Absorbent Article 

A sanitary napkin having the structure of Fig. 20 was prepared as follows. 

A small amount of water was spread over fluff pulp 2a having a basis weight of 300 g/m^, a thickness of 4.5 mm, a 
length of 175 mm. and a width of 73 mm. and about 0.53 g of superabsorbent polymer 2e ("Aquaric CAW-4" produced 

45 by Nippon Shokubai Kagaku Kogyo Co., Ltd.) over the area of 60 mm (W) x 1 75 mm (L) of the wetted fluff pulp 2a 
substantially uniformly (50 g-pdymer/m^). Wet processed absorbent paper 2b made from wood pulp having a basis 
weight of 18 g/m^, a length of 175 mm, and a width of 73 mm was overlaid on the polymer-spread side of the fluff pulp. 
All the surfaces of the combined members were covered with wet processed absorbent paper 2c made from wood pulp 
having a basis weight of 18 g/m^, a length of 175 mm, and a width of 130 mm to prepare the absorbent member 2. The 

so sanitary napkin 1 00 shown in Fig. 20 was prepared by using the resulting absorbent member in the same manner as in 
Example 14. 

COMPARATIVE EXAMPLE 12 

55 Preparation of Absorbent Article 

A sanitary napkin having the structure shown in Rg. 12 was prepared in the same manner as in Example 1 7, except 
for replacing the absort>ent sheet (0) with the absort)ent sheet (Q). 
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COMPARATIVE EXAMPLES 13 AND 14 

Preparation of Absorbent Article 

Sanitary napkins having the stajcture shown in Fig. ^ 2 were prepared in the same nnanner as in Example 1 7, except 
for replacing absorbent sheet (D) with each of the absorbent sheets (R) and (S). 

COMPARATIVE EXAMPLES 15 TO 22 

Preparation of Absoftent Article 

Sanitary napkins having the structure shown in Fig. 1 4 were prepared in the same manner as in Example 1 8. except 
for replacing the absorbent the sheet (B) with each of the absorbent sheets (Q) and (T) to (Z). 

The polymer fixing performance and absorption performance of the sanitary napkins prepared in Examples 17 to 
30 and Conparative Exanples 11 to 22 were evaluated by testing in terms of fall -off of the polymer, thickness of the 
article, absorbing time, and back-flow and leakage in a moving mode according to the following test methods. The results 
obtained are shown in Table 2. 

Test on Fall -off of Superabsorbent Polymer: 

A sanitary napkin was weighed and put in a 280 mm long and 200 mm wide polyethylene bag with a fastener. 
Vibration was given to the napkin by shaking the bag 50 times by the hand. After the test, the napkin was again weighed 
to obtain a change in weight. In order to facilitate visual observation of the superabsorbent polymer fallen in the bag. 
water tinted with Blue No. 1 (0.3 g/lOO ml of water) was put into the bag to swell the fallen superabsortsent polymer. The 
degree of fall-off of the superabsorbent polymer was observed with the naked eye and graded as follows. 

Good ... Fall-off of superabsorbent polymer is hardly observed. 

Fair ... Slight fall-off of superabsorbent polymer is observed. 

Poor ... Considerable fall-off of superabsorbent polymer Is obsen/ed. 

Measurement of Product Thickness: 

As shown in Fig. 21.10 sanitary napkins were piled up, and an aaylic plate weighing 500 g was put thereon. The 
total thickness of the pile under load was measured to obtain a thickness per single sanitary napkin. 

Measurement of Absortaino Time (5 g). Re-absorbino Time (10 q). and Back-flow in Moving Mode: 

A device for measuring the rate of absorption as shown in Fig. 18 was used for measurement. A sanitary napkin 
obtained in Examples 17 to 30 and Comparative Examples 1 1 to 22 was placed horizontally in place of absorbent sheet 
200 shown in Fig. 18. Acrylic plate 220 having an inlet having a diameter of 1 cm was placed on the napkin, and weights 
222 were put thereon to apply a load of 5 g/cm^ to the sanitary napkin. 

Five grams of defibrinated equine Wood (produced by Nihon Biotest Kenkyusho K.K.) were poured through the inlet, 
and the time (sec) required for the blood to be absorbed completely was measured. After the complete absorption, the 
sanitary napkin was left to stand for 20 minutes. Then, another 5 g of defibrinated equine Wood was again poured to 
obtain the time required for re-absorption (10 g), and the napkin was allowed to startd for 20 minutes. 

Thereafter, 10 sheets of absorbent paper made from softwood pulp having a basis weight of 30 g/irP, a length of 
195 mm, and a width of 75 mm were placed on the upper side of the sanitary napkin (the side to be in contact with the 
body). The sanitary napkin with absorbent paper on was fixed to panties, and the panties were fitted onto movaWe model 
230 of female hips and crotch as shown in Fig. 23. The model was made to take a walking movement at a rate of 100 
steps/min (corresponding to a walking speed of 50 m/min) for 1 minute. 

After the walking movement, the sanitary napkin 100 and 10 sheets of absorbent paper were removed, and the 
weight of defibrinated equine blood absorbed into the absorbent paper was measured as a back-flow (g). The test was 
conducted 5 times for each sample to obtain an average value for each of absorbing time, reabsorbing time, and back- 
flow in a moving mode. 
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Leak Test (Number of LeaksV. 

As shown in Fig. 23, the sanitary napkin 100 obtained in Examples 17 to 30 and Comparative Examples 1 1 to 22 
was fitted to panties and applied to a movable nriodel 230 of female hips and crotch. The model 230 was made to take 
5 a walking movement at a rate of 1 00 steps/min (corresponding to a walking speed of 50 m/min) for 1 0 minutes. 

While keeping the model 230 in a moving mode, 5 g of del ibrinated equine blood was poured into the sanitary napkin 
100 through a tube 232, and the walking movement was continued for an additional period of 20 minutes at the same 
walking speed (5 g>absorption). Another 5 g of defitxinated equine blood was again poured, followed by walking at the 
same speed for another 20 minutes (10 g-absorption). The test was conducted 10 times per sample, apti the samples 
10 having a leak at 5 g-absorption and 1 0 g-absorption were counted. 
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As is apparent from the results in Tables 1 and 2, the absorbent articles according to the present invention, in which 
an absorbent sheet comprising a fber web and a fiber aggregate in a unitary body and having contained therein a 
superabGorbent polymer is used, are excellent in ternns ot fixing of the superabsorbent polymer as compared with con- 
ventional absorbent articles using conventional absorbent sheets in which the superabsorbent polymer is integrated by 
55 water spreading, embossing or application of adhesives. Even in using such a thin absorbent sheet as has a thickness 
of 2 to 3 mm, the absorbent articles of the present invention exNbit excellent absorption characteristics in terms of rate 
of absorption, back-flow, and the like. 

Further, in spite of a very simple structure, the absorbent articles of the present Invention exhibit extremely high 
performance, having a high rate of Absorption and a small back-flow, and being prevented from leaking. This is because 
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the absorbent sheet used therein has a gradient in the manner of liquid diffusion within its unitary structure so that liquid 
Is quickly absorbed and smoothly permeates through the absorbent sheet while sufficiently diffusing. 

Many other variations and modifications of the invention will be apparent to those skilled in the art without departing 
from the spirit and scope of the invention. The above-described embodiments are. therefore, intended to be merely 
5 exemplary, and all such variations and modifications are intended to be included within the scope of ^e invention as 
defined in the appended claims. 

Claims 

10 1. An absorbent sheet comprising at least hydrophiiic fOsers and thermally fusible bonding fibers or a strengthening 
assistant, and a superabsorbent polymer, the absort>ent sheet being characterized in that: 

the superabsorbent polymer is not present on an absorbent surface of the absorbent sheet for absorbing 
liquid but distributed inside the absorbent sheet, and is adhered and fixed to the hydrophiiic fibers constituting the 
absorbent sheet; 

75 tiie superabsorbent polymer is spread at an amount of 5 to 300 g per 1 m^ of the absortDent sheet; and 

the absorbent sheet has a thickness of 0.3 to 1.5 mm. 

2. The absorbent sheet according to claim 1 . wherein 

the absorbent sheet conprises a f ik>er aggregate and a fiber web, the fiber aggregate and the fiber web 
20 forming a unitary body; 

the fiber aggregate has the absort>ent surface, and does not contain the superabsorbent polymer at the side 
of the absorbent surface; 

tiie fiber web comprises at least the hydrophiiic fbers; and 

the superabsorbent polymer is predominantly distributed inside the fiber web. 

2S 

3. The absorbent sheet according to claim 2, wherein 

the fiber aggregate has a basis weight of 10 to 200 g/m^, and 
tile f iber w^ has a basis weight of 10 to 200 girr?. 

30 4. The absorbent sheet according to claim 1 , wherein ^e hydrophiiic fibers are bulky cellulose fibers. 

5. The absorbent sheet according to datm 4, wherein the bulky cellulose fibers have a degree of fiber roughness of 
0.3 mg/m or more, 

35 6. The absorbent sheet according to clatm 4, wherein the bulky cellulose fbers have a degree of fber roundness in 
the fber cross section of 0.5 to 1. 

7. The absorbent sheet according to claim 4. wherein the bulky cellulose fbers are crosslinked cellulose fbers. 

40 8. An absorbent sheet which comprises superabsorbent polymer particles, and a fiber structure comprising bulky 
hydrophiiic cellulose fibers and thermally fusible tx>nding fibers or a strengthening assistant. 

the superabsorbent polymer particles being not present on an absorbent surface of the absorbent sheet for 
absorbing the liquid but distributed inside and fixed to the fiber structure; and 

the absorbent sheet having a thickness of 0.3 to 1 .5 mm, and tiie superabsorbent polymer being spread at 
45 an amount of 20 to 70 g per 1 m^ of the absort)ent sheet. 

9. A process for preparing an absorbent sheet conpr^ing at least hydrophiiic fibers and thermally fusible bonding 
fibers or a strengthening assistant, and a superabsorbent polymer, the process comprising the steps of; 

spreading the superabsorbent polymer on a wet fiber web which is prepared by a wet process from an aque- 
50 ous slun'y comprising at least the hydrophiiic fibers and the thermally bonding fibers or the strengthening assistant; 

overlaying thereon a fiber aggregate oomprising the hydrophiiic fibers and the thern^lly fusible bonding fbers 
or the strengthening assistant; and 

drying a combination of the fiber web and the fber aggregate to form a unitary body thereof. 

55 10. The process according to daim 9, comprising the steps of: 
forming tiie fiber web at a forming part; 
dehydrating the f iber web at a suction dehydration step; 

spreading the superabsorbent polymer over tiie fber web before a pressing part and overlaying the fiber 
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aggregate on the f ber web; and 

drying a combination of the fiber web and the fiber aggregate with a dryer and forming a unitary body thereof. 

11 . An absorbent article comprising at least a liquid retentive absorbent member and a liquid impermeable backsheet. 
5 the absorbent article being characterized in that: 

the absorbent member comprises the absorbent sheet according to daim 1 . 

12. An absorbent article for absorbing body fluicte comprising at least a liquid retentive absorbent member and a liquid 
impermeable backsheet, the absorbent artide being characterized in that: 

10 the absorbent member comprises the absorbent sheet according to daim 8; and 

the absorbent article does not give uncomfortable feeling caused by absorption of the body fluids and swelling 
of the superabsorbent polymer particles during usage. 

13. The absorbent sheet according to claim 2. wherein 

15 the fiber aggregate predominantly comprises the bulky cellulose fibers having a degree of fiber roughness 

of 0.3 mg/m or more; and 

the fiber web comprises a permeable layer predominantly conprising the bulky cellulose fibers having a 
degree of fiber roughness of 0.3 mg/m or more and a diffusing layer being located adjacent to the permeable layer 
and comprising the bulky cellulose fibers having a degree of fiber roughness of 0.3 mg/m or more and the hydrophilic 
20 tine libers, the fiber web being located aci^cent to the fiber aggregate at the permeable layer. 

14. The absorbent sheet according to claim 2, wherein 

the fiber aggregate comprises a permeable layer predominantly comprising the bulky cellulose fibers having 
a degree of fiber roughness o1 0.3 mg/m or wotb and a diffusing layer being located adjacent to the permeable layer 
25 and comprising the bulky cellulose fibers having a degree of fiber roughness of 0.3 mg/m or more and the hydrophilic 
fine fibers; and 

the fiber web predominantly comprises the bulky cellulose fibers having a degree of fiber roughness of 0.3 
mg/m or more and is located adjacent to fne diffusing layer of the fiber aggregate. 

The absorbent sheet according to claim 2. wherein 

the fiber aggregate predominantly comprises the bulky cellulose fibers having a degree of fiber roughness 
of 0.3 mg/m or more; and 

the fiber web comprises the bulky cellulose fibers having an average fiber length of 1 to 20 mm and a degree 
of fiber roughness of 0.3 mg/m or more and the hydrophilic fine fibers having an average fiber length of 0.02 to 0.5 
mm, the proportion of the fydrophilic fine fbers being higher in one of the sides of the fiber web than in the other 
side, and the fiber web being located adjacent to the fiber aggregate at the side having a lower proportion of the 
hydrophilic fine fibers. 

16. The absorbent sheet according to claim 2. wherein 

40 the fiber aggregate comprises the bulky cellulose fibers having an average f ber length of 1 to 20 mm and a 

degree of fiber roughness of 0.3 mg/m or more and the hydrophilic fine fibers having an average fiber length of 0.02 
to 0.5 mm, the proportion of the hydrophHtc fine fbers being higher on one of the sides of the fiber aggregate than 
on the other side; and 

the fiber web predominantly conprises the bulky cellulose fibers having a degree of fiber roughness of 0.3 
45 mg/m or more, and is located adjacent to the side of the fiber aggregate having a lower proportion of the hydrophilic 
fine fibers. 

1 7. The absorbent sheet according to claim 2, wherein the f ber web comprises the bulky cellulose fbers predominantly 
and further contains hydrophilic fine fibers or hydrophilic fine partides, the hydrophilic fine fibers or the hydrophilk; 

so fine particles being contained mainly in the area where the superabsorbent polymer is present. 
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